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preferably used in consideration of the cost, a 1.W5N 
acid is used and the treatment is preferably carried out 
at about 50W1O0°C. Consequently, a structure 
having 3 5m 2 /g specific surface. 3 100kg/cm 2 compressive 
strength and 21.0 X 10* 6 /°C thermal expansion coefficient 
at 40W8Q°C is obtained. The structure is heat- treated 



PURPOSE: To reduce the thermal expansion coefficient 
and to enhance the resistance to thermal shock of the 
titled catalytic body by depositing a catalytic 
component on a cordierite ceramic h onevcom b__structure 

which has been" treated with an acid and thpn ^laiyticcomponem can De 



Ji eat-treated at 600 W1 .000° 



at 600W1 ,000°C and then a metallic catalytic component 
such as Pt, Pd and Rh is deposited. Meanwhile, the~ 

cieposited^after acid" 

treatme nt, fiTen tne structure is heat-treated $L 
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600W1 f 000°C and the same objective.can be achieved. 
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A CERAMIC SUPP ORT CAPABLE OF SUPPORTING A CATALYST. 
A CATALYST-CERAMIC BODY AND PROCESSES FOR PRODUCING SAME 



BACKGROUND OF THE INVENTION 

1. Field of the Invention 

The present invention relates to a ^ej^ainic_ 
support for supporting a catalyst component for cleaning 
an exhaust gas from an internal combustion engine of an 
automobile, etc., a_c a_talyst-ceramic body using the 
ceramic support, and processes for producing these 

2. Description of the Related Art 

A widely used conventional catalyst support for 
a catalyst component used to clean an exhaust gas is a 
honeycomb structure of cordierite, which is excellent in 
thermal shock resistance, the surface of which is coated 
with Y-aiumina. Th is is because a cord ierite honeycomb 
structure ha s a relatively small specific surface area 
such that a sufficient amount of a catalyst component 
cannot be supported thereon. Therefore, y-alumina having 
a large specific surface area i s coated on the surface of 
a cordierite honeycomb structure, to support a catslvst 
component such as Pt thereon. 

Because recent changes in the exhaust gas 
regulation , a quick activation of a catalyst is required 
to reduce hydrocarbons from an exhaust gas gen erated 
immediate ly a fter tj je_sta_rti ng of an engine. ~To~sat^isfy 
to this requirement, a reduction of the thermal capacity 
of a catalyst support, in order to increase the 
temperature elevating rate of a catalyst to an activated 
state has been considered. Reduction of the thermal 
capacity of a catalyst support can be made by decreasing 
t he thickness of cell walls o f a cordierite"lioneyco ^" 
^tructure_. However, even if the thickness of cell walls 
_o^.,.Cf^4ierite_honeyccffl^ r str.ucture,--is- reduced, to have a. 
sm ^ 11 t herraal . ca P a city, the amount of a coating of y- 



alumina does not decrease, resulting in lowering the 
effect of reducing the thermal capacity of the honeycomb 
structure as a whole. 

In reducing the thickness of cell walls of a 
cordieri te honeycomb structure a reduction in pressure 
l0SS can ^eTxpected but this If feet is also reduced by £ 
coating of y-alumina. Further, although a cordierite 
^one Y com , b _^tructure_ itself has a small thermal expansion 
coefficient, about 0.5 x 1 oYc, the . thermal expansion 
coefficient of a honeycomb structure with a coating of 
Y-alumina increases to about 1.5 x lO'Vc, by which the 
thermal shock resistance of the honeycomb structure 
significantly decreases. 

In order to solve the above problems, an 
increase in the specific surface area of a cordierite 
hone ycomb structur e^ eliminate the necessity of a 
citing or Y-alumi^T has been considered. For example, 
Japanese Examined Patent Publication (Kokoku) No. 5-50338 
discloses a method of carrying out acid and heat 
treatments of a ^cor dierite honeycomb structure to 
increase the" specific surface area thereof. Hthouoh it 
is mentioned that this method allows increase in the 
SpeCifiG ^ - ace area from l jnVcLtg^bou t 30 mVq, this 
method disadvantageous^ decreases the strength of the 
cc^ierite honeycomb structure. Since re acid treatmen t 
selectively dissolves MgO and A l 2 o 3 froTlhT cordier < te 
to increase the surface area, the crystal lattice of 
cordierite itself is destroyed and the strength of the 
cordierite honeycomb structure decreases. 

A honeycomb structure should have a compressive 
strength in the direction of the flow channel as a high 
as 10 MPa or more to be installed in an exhaust gas 
cleaning catalyst converter, in the method disclosed in 
JPP'338,. compressive strength, in the direction of the 
flow channel,. of 10 MPa or more cannot be attained if the 
treated cordierite honeycomb structure has a cell wall- 
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thickness of less than 150 um at a cell density of 
<00 cpsi (cells per square inch). However, a cordierxte 
honeycomb structure having a cell wall thickness of 
150 um at a cell density of 400 cpsi has a thermal 
capacity equivalent to that of a cordxerite honeycomb 
structure having a cell wall thickness of 120 um at a 
cell density of 400 cpsr and coated with Y -alu m ina at 
180 g/1. Therefore, the above method in JPp-338 does not 
provide an improved effect in reducing the thermal 
capacity of a catalyst support, considering the fact that 
a cordierite honeycomb structure having a cell wall 
thickness of 85 .um at a cell density of 400 cpsi can be 
produced at present. 

It is therefore required that a cordierite 
15 honeycomb structure for clewin g an exhaust qas h a « a 

compressive strength in the direction of the flow channel 
of 10 MPa or more with a cell wall thickness of 120 um or 
less at a cell density of 400 cpsi and can support a 
required amount of a catalyst component without a coating 
20 of y-alumina. 

Thus, the object of the present invention is to 
make a ceramic support itself which can support a 
required amount of a catalyst component, by which the 
r^cessity ^ coating with y-alumina , n 

" th " ebY Pr ° Vide JLf ^mic support t o be used toTuTnort a 

for cleaning an ex haus ts from an 
jJjtsrnaJ^ QinbuBtion enginr of fln antnr.nbUo , , which 
has a reduced thermal capacity and pressure loss as well 
as a lower thermal expansion coefficient. Also, the 
10 ^l^ Ljhe present invention is to provide a catalyst- 
ceramic body and processes for producing the ceramic 
support and the catalyst-ceramic body. 
SUMMARY OF. THE INVENTION 
_ : The j^sent inventors cons idered the- conditions for 
fine pores^ necessary to directly supportjcatalyst - 
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component on a_ceram ic suppo rt and found that fine n o,^ 
^fd_by defects such as oxygen vacancies and latticl" 

^f^-^oi ^jgr^^^ etc can 

was also found that it is desired that the number of the 
above fine pores is 1 x 10»/1 or more, more preferably . 
10 1 x 10-/1, further preferably 1 x l 0 "/l or more. These 

fme pores may be present alone or in combination 

The ceramic support of the present invention is 
preferably a cordierite honeycomb structure comprising 
_ cord.erxte, the theoretical composition of which is 

> 2Mg0.2Al 2 o 3 .5SiO ar as the main component and having a 

honeycomb shape. Since the diameter of an ion of a 
catalyst component is usually in the order of about 
0.1 nm, a cordierite honeycomb structure preferably has a 
dimeter or width of the fine pores formed on the surface 
-which is up to loop times, pre ferably 1 to 1000%^ ^ 
abo^^ajneter^or about 0.1 nm, that i. 0 1 . to "^ 
100 run, and a depth oTtKe fi„ e pores which is not 
smaller than a half C f the diameter of an ion of a 
catalyst component, that is, 0.05 nm or more. By having 
the above predetermined number of such fine pores the 
ceramic support of the present invention can directly 
support a required amount of a catalyst component with a 
required strength being maintained. 

When the ceramic support has the fine pores of 
oxygen vacancies or lattice defects, the number of the 
fine pores significantly depends on the amount of the 
oxygen in the cordierite honeycomb structure. To have 
the above stated number of the fine pores, it is 
suggested that the content , of the oxygen in the 
_ ^ordie^i^.honeycomb structure is made less than 47% by : 
... .weight o r more than 48 % by weight. A lso, it is SUgges ted 
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th8t the j fttice constant of the b 0 axis of the 
cordierite crystal is made larger than 16.99 or smaller 
than 16.99. Specifically, the cordierite honeycomb 
structure preferably includes cordierite crystals having 
one or more in number of at least one of the oxygen 
vacancy and lattice defects in the unit lattice of 
cordierite crystal (also called as the unit cell of 
cordierite crystal), in an amount of not less than 
4 x 10-% of said ceramic, more preferably not less than 
10 4 x 10- 5 % of said ceramic; or preferably has' cordierite 

crystals which comprise not less than 4 x lO' 6 , more - 
preferably not less than 4 x 10", of at least one of 
oxygen vacancy and lattice defect per the unit lattice of 
cordierite crystal, to make the number of the fine pores 
of the ceramic support 1 x l 0 «/l or more, preferably 
1 x 10 17 /1 or more. 

A catalyst component is usually supported on a 
ceramic support by immersing a ^exMac__su £E ort^in a 
solution of catalyst component ions in a solvent A 

-£22™^^^ with 

Y^u^as a typical size of fine pores oT^^T 
of about 2 nm y while the catalyst metal particles 
typically have a particle size of about 5 nm, larger than 
the size of the fine pores of y-alumina. Therefore, it 
is considered that the fine pores of Y -alumina are 
necessary to support catalyst component ions, rather than 
to support metal particles. Thus ^if a ceramic suppo rt 
^as_ i xne_porgs with a diame ter^idTh~7 qu ivalent to~o7 ^ 
r larger_than the diameter of. catalyst component ions, that 
is, fme pores with a diameter or width of 0.1 nm or 
m0rG ' U iS ■P 0 _ggi^t o_support catalvst^ omponon, ions . 

^ Si26 ° f ^ ^^h e_ceramic support 

Sh ° Uld be not la ^ger than 1000 times the diameter of 

catalyst component ions, in order to have a sufficient 



strength of the honeycomb structure. This size is 100 nir 
or smaller when the diameter of catalyst component ions 
is 0.1 nm. it is sufficient for supporting catalyst 
component ions that the depth of the fine pores be a half 
or more than the diameter of catalyst component ions. 

Since the fine pores of defects or cracks are very 
f^g_and^he jurface area ofT^STTu pport having ' 
them^nnoT^DT-m^Iiured by the usual measuring methods , 
the present invention designates or states the number of 
fine pores necessary to support a predetermined amount of 
a catalyst component. The amount of a catalyst metal 
supported in a prese nt ij^sed three way ^al^ £Ts~jbout 
1^5g_per liter_of the volume of the honeycomb structurt 
The diameter- of the catalyst metal particles should be 
about 1000 nm or smaller, preferably about 20 nm or 
smaller to exhibit the exhaust gas cleaning capability . 
If it is assumed that the weight of a catalyst metal 
supported by a honeycomb structure with a volume of 1 
liter is W grams and all the' catalyst metal particles are 
spheres with a diameter of r cm, the number N of the 
catalyst metal particles supported can be expressed by 
■the following formula (1), in which p stancs for the 
density of the catalyst metal in g/cm 3 : 

N x (4/3)nr 3 x p = w (1) 
in the case that Pt, which is the c atalyst meta^ _ 
USed in a Presently used thre^ J ^cata7y7tT c I^ l7^ v 
for_£]^anin^is supported at 1.5 g7l and alTTnTpT ~ 
particles have a diameter of 1000 nm, the number of the 
Pt particles supported is 1.34 x 10 11 /l from the above 
formula (1), i n which the density of Pt is 21.45 g/cm 3 . 
Since each catalyst metal particle requires about one 
fine pore for supporting, the number of the_f ine pores 
necessary to support a required amount of the catalyst 
m etal partic l es directly on a cer amic support is at least 
1 x 1 0 U/ 1 or m °re .; When the 'average dianuM^L of the ""' ' 
catalyst metal particles becomes about/lO nm. \h* ■ 



cleaning capability can be about equal to that of a 
presently used three way catalyst. At that time, the 
number of the catalyst metal particles is 1.34 x i 0 »/l 
from the above formula (1) and, therefore, the number of 
necessary fine pores is preferably 1 x i 0 "/l or more. 

On the other hand, the weight of a cordierite 
honeycomb structure having a cell wall thickness of 
100 m at a cell density of 400 cpsi is about 230 g/1. 
If all the honeycomb structure is made of cordierite 
Mg 2 Al 4 Si 5 o ie , the number of the unit lattices of cordierite 
crystal (i.e., the number of the unit cells of cordierite 
crystal, equal to the number of cordierite molecules) can 
be calculated by the following formula (2): 
(number of unit lattices of cordierite) 
=■ (weight of honeycomb) /(molecular weight of 
cordierite) x (Avogadro number) 
= ((230 g/l)/584.95g) x 6 x 10" 
= 2.36 x 10 23 /1 (2 
If it is assumed that a cordierite honeycomb 
structure has 1 x 10-/1 of oxygen vacancies or lattice 
defects and only one such defect of oxygen vacancy or 
lattice defect is formed in one cordierite crystal unit 
lattice, the percent ratio of cordierite unit lattices 
having a defect in relation to the cordierite crystal as 
a whole can be calculated by the following formula (3) . 

(percent ratio of cordierite unit lattices having a 
defect) 

= (number of def ects )/( number of unit lattices of 
cordierite) 

= (1 x 10 16 /2.36 x 10") x 100% 
= 4 x 10" B x 100% 
= 4 x 10" 6 % 

- Also, .if the number of defects is 1 x lo", the 

percent ratio of cordierite unit lattices of having a 
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defect to all the cordierite crystals becomes 4 x 10~ 5 %. 

The number of defects such as oxygen vacancies or 
lattice defects can be also calculated by the formula: 
(number of def ects )/( number of cordierite crystals), 
similar to the formula (3). That is, if the number of 
defects is 1 * 10 16 /1, the number of defect per unit 
crystal lattice is 4 x I0" e . if the number of defects is 
1 x 10 17 /1, the number of defects per unit crystal 
lattice is 4 x 10~ 7 . 

In accordance with the present invention, the 
catalyst supporting capability is provided to a 
cordierite honeycomb structure by methods including (1) a 
method of forming an oxygen vacancy, or a lattice defect 
such as a metal vacant point and a lattice strain in a 
15 cordierite^rystal unit lattice, (2) a method of forming 

a large number of f ine cracks in at least one of the 
amorphous and the'~erystal phases', (3) a method of 
dissolving cordierite constituting elements or impurities 
m a liquid phase method to form vacancies or pores, (4.) 
20 a method of chemically or physically forming vacancies or 

pores in a vapor phase method, and (5) a method of 
incorporating an oxygen storage substance. in the 
present invention, a cordierite honeycomb structure which 
has a predetermined number of the fine pores formed as 
25 above can directly support a catalyst component. Also, 

since these fine pores formed by the methods as above do 
not cause damage to the ceramic crystal lattice as in the 
prior art method, the cordierite honeycomb structure can 
have a compressive strength in the direction of the flow 
channel of 10 MPa or more and a thermal expansion 
coefficient of l x 10" 6o C or less even if the thickness of 
\. the cell wall is reduced. 

^y The cordierite honeycomb structures provided with a 

— catalyst supporting capability by the above methods are 

35 described below. ^ 



30 
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First, a cordierite honeycomb structure, in which 
the cordierite crystal thereof has an oxygen vacancy or a 
lattice defect such as a metal vacancy or lattice strain, 
is described. The defect which makes catalyst component 
supporting possible, includes an oxygen vacancy or 
lattice defect. The oxygen vacancy is a defect formed 
when oxygen is in an amount insufficient to compose a 
cordierite crystal lattice, and a catalyst component can 
be supported on a pore which is formed where the oxygen 
is lacked. In order to support a required amount of a 
catalyst component, it is suggested that the content of 
oxygen in a honeycomb structure is made to be less than 
47% by weight. 

The lattice d efect is a j igfect formed when oxygen is 
incorporated in an amount excess to compose a cordierite 
crystal lattice, and a catalyst component can be 
supported on a pore which is formed by a strain of 
crystal lattice or a metal vacant point. In order to 
support a required amount of a catalyst component, it is 
suggested that the content of oxygen in a honeycomb 
structure is made to be more than 48% by weight. 

k cordierite honeycomb structure having a defect in 
the crystal lattice can be produced by c ontrolling the 
atmosphere for fi ring th e honeycomb st ructure or by using 
particular cordierite materials. Among them, the oxygen 
vacancy can be formed (i) by controlling the firing 
atmosphere to a reduced pressure atmosphere or a reducing 
atmosphere, (ii) by using a compound not containing 
oxygen in at least part of the cordierite materials and 
firing the cordierite materials in a low oxygen 
concentration atmosphere, and (iii) by replacing some of 
at least one other-than-oxygen element constituting the 
cordierite by an element having a valency smaller than 
the ^replac ed element. The lattice defect can be formed 
(iv) by replacing some of at least one element other than 
oxygen constituting the cordierite by an element having a 
valency larger than the replaced element. These methods - 
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(i) to (iv) are described in the following. 

In the method (i) of forming a cordierite honeycomb 
structure having oxygen vacancies, the cordierite 
materials may be those generally used for producing 
cordierite, for example, talc ( Mg 3 Si < O 10 ( OH ) 2 ) , kaolin 
(Al 2 Si 2 O 5 (0H) 4 ) , calcined kaolin, alumina (Al 2 0 3 ), aluminum 
hydroxide (Al(OH) 3 ), etc. in addition to the above, 
oxides, hydroxides and the like which contain at least 
one of Si, Al and Mg elements constituting cordierite may 
be used as an Si source, an Al source and a Mg source. 

The above cordierite materials are formulated as to 
form a theoretical composition as described before, and 
combined with a shaping agent such as a binder, a 
lubricant and a humidity-keeping agent as well as water, 
15 which is then extruded to form a honeycomb shape. The 

shaped body is heated in air at about 500°C to remove an 
organic binder, followed by firing in a reduced pressure 
or reducing atmosphere to form a honeycomb structure. in 
firing in a reduced pressure atmosphere, the pressure is 
20 preferably about 4000 Pa (30 Torr) or less and the firing 

is typically carried out at about 1350°C or higher for 
2 hours or more. 

As firing in a reduced pressure atmosphere, the 
oxygen contained in the cordierite materials leaves as a 

2 5 gas during the firing so that the oxygen becomes 

insufficient to compose cordierite and an oxygen vacancy 
in the cordierite crystal unit is formed, when firing in 
a reducing atmosphere, that is, when the firing is 
carried out under the conditions similar to the above but 

3 0 in a reducing atmosphere such as a hydrogen atmosphere, 

the oxygen contained in the cordierite materials reacts 
with the reducing gas to leave as a gas during the 
firing. As a result, the oxygen, becomes insufficient to 
compose cordierite and an oxygen vacancy in the 
35 cordierite crystal unit is formed, when the cordierite 
.. .... materials used are oxides only , the oxygen composing 



cordierite can be completely supplied from the cordierite 
materials and, therefore, a reduced pressure atmosphere 
or a reducing atmosphere should be used to decrease the 
oxygen. 

In the method (ii) of forming a cordierite honeycomb 
structure having oxygen vacancies, at least some Si, Al 
and Mg sources as the cordierite materials are replaced 
by a compound containing at least one of Si, Al and Mg 
and not containing oxygen. Such compounds may be 
nitrides, halogenides such as fluorides and chlorides, 
and the like, which contain at least one of si, Al and Mg 
elements constituting cordierite. Some or all of at 
least one of Si, Al and Mg sources are replaced by the 
above compounds which do not contain oxygen. The other 
cordierite materials may be the same as those used in the 
method ( i ) . 

The above cordierite materials are formulated as to 
form a theoretical composition as described before and 
are formed into a honeycomb shape and heated to remove an 
organic binder, in the manner similar to the method (1), 
followed by firing in a low oxygen concentration 
atmosphere. The oxygen concentration of the atmosphere 
is from 0% to less than 3%, preferably from 0% to 1%. In 
this process, an oxygen vacancy is formed in the 
cordierite crystal lattice. When a compound not 
containing oxygen is used in the cordierite materials, 
the oxygen contained in the cordierite materials is 
insufficient to compose cordierite and the firing 
atmosphere does not provide a sufficient amount of oxygen 
to form a cordierite crystal by reaction since the 
concentration of oxygen in the firing atmosphere is low. 
Thus, an oxygen vacancy is formed in a cordierite crystal 
lattice. 

When a. compound not containing oxygen is used in the 
cordierite materials , a reduced pressure atmosphere or a 
reducing atmosphere, as used in the method ( i ) , may be 
used in place of the low oxygen concentration atmosphere. 



In such a case, a sufficient amount of oxygen is not 
supplied to compose a cordierite crystal during the 
reaction process and an oxygen vacancy is formed in the 
cordierite crystal lattice. 

In the method (iii), at least one other-than-oxygen 
element constituting cordierite is replaced by an element 
having a valency smaller than the replaced element to 
form oxygen vacancies. In this method, the cordierite 
materials in which some Si., Al and Mg sources, are 
replaced by a compound containing an element having a 
valency smaller than that of the replaced Si r Al or Mg 
are used. The cordierite constituting elements, Si, Al 
and Mg, have valences of +4 (Si), +3 (Al) and +2 (Mg), 
respectively. Some of at least one of these elements may 
be replaced by a compound having a valency smaller than 
the replaced element. Such compounds may be any of 
oxides, hydroxides, nitrides, halogenides and the like 
and the other cordierite materials may be usual 
cordierite materials to prepare the cordierite materials. 
The prepared cordierite materials are formed into a 
honeycomb shape, heated to remove the organic binder, and 
then fired. The firing atmosphere may be any of a 
reduced pressure atmosphere, a reducing atmosphere, an 
oxygen-containing atmosphere such as an air atmosphere, 
or an atmosphere not containing oxygen. Since the oxygen 
necessary to compose cordierite is contained in the 
cordierite materials and the oxygen vacancies are formed 
by element replacement, the oxygen concentration in the 
firing atmosphere does not affect the product and any 
oxygen concentration in a range of 0 to 100% results in 
forming oxygen vacancies. 

The cordierite constituting elements Si, Al and Mg 
have positive charges of +4 (Si), +3 (Al) and +2 (Mg). 
When any of the constituting elements is replaced by an 
element ; having a valency .. smaller than the r eplaced . 
element, a. positive charge corresponding to the 
difference of the replacing element with the replaced 



element is deficient and, in order to maintain the 
electrical neutrality, the negatively charged oxygen 
(Q 2 ")is released. Thus, by replacing the cordierrte- 
constituting element by an element having a smaller 
valency, an oxygen vacancy can be formed in the 
cordierite crystal unit. 

In the method (iv), at least one other-than-oxygen 
element constituting cordierite is replaced by an element 
having a valency larger. than the replaced element to form 
lattice defects. In this method, the cordierite 
materials in which some of Si, Al and Mg sources is 
replaced by a compound containing an element having a 
valency larger than that of the replaced Si, Al or Mg are 
used. Also, in this case, some of at least one of the 
cordierite-constituting elements may be replaced by a 
compound having a valency larger than the replaced 
element and the other cordierite materials may be usual 
cordierite materials to prepare the cordierite materials. 
The prepared cordierite materials are formed into a 



honeycomb shape, heated to remove the organic binder, and 
then fired. The firing atmosphere in the method (iv) 
should be an atmosphere which supplies a sufficient 
amount of oxygen, such as in air. When an air atmosphere 
is used as the firing atmosphere, the heating step for 
removing an organic binder may be eliminated since an 
organic binder can be removed during the firing. 

When any of the constituting elements is replaced by 
an element having a valency larger than the replaced 
element, a positive charge corresponding to the 
difference of the replacing element with the replaced 
element is in excess and, in order to maintain the 
electrical neutrality, the negatively charged oxygen 
CO 2 ") is incorporated in a necessary amount ♦* The 
incorporated oxygen impedes arrangement of the cordierite 
crystal lattice in the regular manner, so that lattice 
defects are formed. 

When an oxygen vaicancy is formed in the unit lattice 
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of cordierite crystal, the amount of oxygen contained in 
the unit lattice of cordierite crystal becomes less than 
in the unit lattice of cordierite crystal without an 
oxygen vacancy. Also, the crystal lattice is deformed as 
5 the oxygen vacant portion is compressed, by which the 

lattice constant of b 0 axis of the cordierite crystal 
becomes smaller. On the other hand, when a lattice 
defect is formed in the unit lattice of cordierite 
crystal, the amount of oxygen contained, in the. unit 

10 lattice of cordierite crystal having such a lattice 

defect becomes more than in the unit lattice of 
cordierite crystal having no oxygen vacancy, and the 
lattice constant of b 0 axis of the cordierite crystal is 
changed- More specifically, when an oxygen vacancy is 

15 formed and the content of oxygen in the honeycomb 

structure becomes less than 47% by weight, the amount of 
oxygen contained in the unit cordierite crystal lattice 
becomes less than 17*2 and the lattice constant of b 0 
axis of the cordierite crystal becomes smaller than 

2 0 16.99. A lso, when lattice defe ct is formed and the 

content of oxygen in the honeycomb structure becomes more 
than 4 8% by weight, the amount or oxygen contained in the 
unit lattice of cordierite crystal becomes more than 17.6 
and the lattice constant of b 0 axis of the cordierite 

2 5 crystal becomes larger than 16.99. 

As described above, in the present invention, due to 
oxygen vacancies or lattice defects formed in the 
cordierite crystal lattice, a required amount of a 
catalyst component can be supported on a cordierite 

30 honeycomb structure. Here, since the size of the defects 

are considered to be in the order of several angstroms or 
less, the specific surface area cannot be measured by 
usual specific surface area measuring methods such as the 
BET method using nitrogen atoms, 

-35 — Next, a cordierite honeycomb structure having- a 

large number of_fiiia_iira£j^ in at least one of the - 
amorphous and the crystal phase in the above method (2) 
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is described. The fine cracks are formed by (i) applying 
thermal shock or (ii) applying a shock wave, to a 
cordierite honeycomb structure, by which the fine cracks 
are formed in at least one of the amorphous and the 
crystal phase and the cordierite honeycomb structure is 
enabled to support a catalyst component. The fine cracks 
should have a width equivalent to or larger than the ion 
diameter of catalyst component, usually 0.1 nm or more, 
and a depth of a half or more of the ion diameter of 
catalyst component, usually 0.05 nm or more, to support 
the catalyst component. In order to maintain the 
strength of the honeycomb structure, smaller cracks are 
preferred, usually the width thereof being about 100 nm 
or less, more preferably about 10 nm or less. 

The method (i) of applying thermal shock is 
performed by heating a cordierite honeycomb structure 
followed by rapid cooling. The application of thermal 
shock is carried out after a cordierite crystal phase and 
an amorphous phase. The application of thermal shock may 
be performed, either , by preparing cordierite materials, 
forming the cordierite materials into a shape, heating 
LJ1G - n£ P G to remove an organic binder and then firing the 
shape to form a cordierite honeycomb structure, as. usual, 
followed by re-heating the cordierite honeycomb structure 
to a predetermined temperature and then rapidly cooling 
the heated cordierite honeycomb structure; or by rapidly 
cooling the cordierite honeycomb structure produced in 
the usual manner, during the cooling step following the 
firing step. Formation of fine cracks usually occurs if 
the temperature difference between before and after the 
rapid cooling (thermal shock temperature difference) is 
about 80° or more and the size of the cracks increases 
along with an increase in the size of the cracks. 
However, the thermal shock temperature difference is 
-preferably not higher than about 9 0 0 °C since , if the si z e 
J^f the cracks is too large, it is difficult to maintain-. 
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the shape of the honeycomb structure. 

In a cordierite honeycomb structure, the amorphous 
phase is present in the form of layers around the crystal 
phase. If thermal shock is applied to a cordierite 
5 honeycomb structure by rapid cooling after heating the 

honeycomb structure, a thermal stress corresponding to a 
thermal shock temperature difference and a thermal 
expansion coefficient difference between the amorphous 
and crystal phases occurs near the interface between the 
10 amorphous and crystal phases. If the amorphous or 

crystal phase cannot endure the thermal shock, fine 
cracks appear. The amount of the fine cracks can be 
controlled by the amount of the amorphous phase present 
in the cordierite honeycomb structure. Since the fine 
15 cracks are formed near the amorphous phase, the amount of 

the fine cracks increases if the amount of the amorphous 
phase increases. 

The amorphous phase in a cordierite honeycomb 
structure is considered to be formed by an alkali metal 
20 element or an alkaline earth metal element, which is 

.contained in a small amount in the cordierite materials, 
which functions as a flux during the firing of the 
honeycomb structure. Therefore, the amount of J ^- ne 
cracks to be formed by thermal shock can be increased by 
2 5 adding an alkali metal element or an alkaline earth metal 

element to increase the amount of the amorphous phase. 
Further, by controlling the amount of the added alkali . 
metal element or alkaline earth metal element, the amount 
of the fine cracks can be controlled. The effect of 
30 addition of an alkali metal element or alkaline earth 
metal element can be obtained when the alkali metal 
element or alkaline earth metal element is added in an 
amount of more than such an amount of the alkali metal 
. elements and alkaline earth metal elements as impurities 
3 5 -contained- the cordierite materials , and , usually , more 
than 0.05% by weight of the total of the alkali metal 
element and alkaline earth metal element is sufficient. 



I 
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Such an alkali metal element or alkaline earth metal 
element may be added as a compound containing an alkali 
metal element or alkaline earth metal element, for 
example, as an oxide, hydroxide, carbonate, etc. thereof 
5 in the step of preparing the cordierite materials. 

In place of the thermal shock, the method (ii) of 
applying a shock wave may be used to introduce fine 
cracks in an amorphous or crystal phase. In this case, 
when the energy of the shock wave exceeds the strength of 
10 weak portions of a honeycomb structure, fine cracks are 
formed. The means for providing a shock wave include 
ultrasound wave, vibration, etc. and the amount of the 
formed fine cracks can be controlled by the energy, etc. 

of the shock wave. 
15 It i s possible that fine cracks may be additionally 

formed to at least one of amorphous and crystal phases of 
a cordierite honeycomb structure by the method (2), in 
which oxygen vacancies or lattice defects have been 
formed in cordierite crystal lattice by the method (1). 
20 In this case, after a cordierite honeycomb structure 

having oxygen vacancies or lattice defects and having an 
oxygen content of less than 47% by weight or more th?.n 
4 8% by weight and a lattice constant of crystal axis b 0 
of larger or smaller than 16.99 is formed by firing in 
25 the method (1), a thermal shock or shock wave is applied 
to the honeycomb structure by the method (2) to obtain a 
cordierite honeycomb structure having at least ones of 
oxygen vacancies or lattice defects as well as a large 
number of fine cracks. To support a required amount of a 
3 0 catalyst component, it is sufficient to have a total 

number of the oxygen vacancies, lattice defects and fine 
cracks of 1 x lO'/l or more, preferably 1 x 107l or more. 
The application of a shock wave of method (2) can induce 
fine cracks in amorphous and/or crystal phases. 
35 Next, the method (3), a liquid phase process, of 

dissolving constituting elements or ■ impurities of .. .■ 

cordierite to form vacancies in a cordierite honeycomb 
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structure, is now described. The vacancies are formed by 
dissolving a metal element such as Mg or Al in the 
cordierite crystal, an alkali metal element or alkaline 
earth metal element contained in the amorphous phase, or 
an amorphous phase itself, into a high temperature and 
high pressure water\a super critical fluid, an alkali 
solution or the like. A catalyst component can be 
supported on the fine pores formed by the above vacancies 
of elements, etc. 

A cordierite honeycomb structure is first formed by 
a usual process, i.e., by preparing cordierite materials 
containing S, Al and Mg sources, forming the cordierite 
materials into a shape, heating the shape to remove an 
organic binder, and firing the shape. The thus produced 
cordierite honeycomb structure is then immersed in a high 
temperature and high pressure water, a super critical 
fluid or an alkali solution. As a result, metal elements 
such as Mg or Al in the cordierite crystal, alkali metal 
element and alkaline earth metal elements contained in 
the amorphous phase, or the amorphous phase itself are 



dissolved to form fine pores. The (size) ° f the fine pore s. 

can be controlled by the temperature of the solu-cion, the; 
pressure, the solvent, etc. Specifically, high 
temperature and high pressure water, at 10 MPa and 300°C, 
a super critical fluid of C0 2 or the like, and a solution 
such as an alkali solution, for example, sodium 
hydroxide, are used. By adding an alkali metal element 
or an alkaline earth metal element to cordierite 
materials, it is possible to form an amorphous phase, by 
which the amount of the fine pores can be also 
controlled. 

The method (4), a vapor phase method, of chemically 
or physically forming vacancies in a cordierite honeycomb 
structure is described. Fine pores are formed by dry 
etchihgor "sputter etching a cordierite honeycomb- 
structure. In the dry etching, a reaction gas is excited 
by discharging the reaction gas by radio frequency energy 
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or others. The reaction gas reacts with Si, Al and/or Mg 
of the cordierite-constituting elements to form volatile 
substances, which are volatilized and evacuated, by which 
the cordierite is etched. The thus chemically etched 
5 vacancies constitute fine pores on which a catalyst 

component can be supported. The reaction gas may be CF 4f 
etc, r which reacts with the cordierite-constituting 
elements to form volatile substances such as Si 4 F, etc. 
. The . level, of the dry etching can be controlled by the 

10 etching time period, the kind of the reaction gas, the 
supplied energy r etc. 

In the sputter etching, a cordierite honeycomb 
structure is placed in a plasma of Ar, etc., which is 
excitedb y radio frequency wave , etc., by which the Ar 

15 ions, etc. bomb the surface of the cordierite to sputter 

atoms or masses of pluralities of atoms of the 
cordierite-constituting elements, thus sputter etching 
the cordierite. The thus physically etched vacancies 
constitute fine pores where a catalyst component can be 

20 supported. The level of the sputter etching can be 

controlled by the etching time period, the kind of the 
excited gas, the supplied energy, etc. 

Next, the method (5) of incorporating an oxygen 
storage substance in a cordierite honeycomb structure is 

25 described. A substance capable of storing oxygen, for 

example, Ce0 2 , incorporates and releases oxygen in the 
reversible reaction represented by the following formula: 

2Ce0 2 <^> Ce 2 0 3 + 1/2 0 2 
in accordance with the change in the oxygen concentration 

30 in the atmosphere. That is, when the oxygen 

concentration in the atmosphere is high, the valence of 
Ce is +4, but when the oxygen concentration in the 
atmosphere is low, the valence of Ce becomes +3, by 
which, due to unbalanced electrical neutrality caused by 

3 5 the changed in the valency/ the oxygen storage substance 
releases or incorporates oxygen to maintain the - v - - 
electrical neutrality / Such an .oxygen storage substance 
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is used as a co-catalyst in a three way converter 
catalyst in which oxygen is incorporated and released 
depending on the change in the concentration of oxygen in 
an exhaust gas to control the air-to-fuel ratio to near 
the theoretical air-to-fuel ratio. 

If cerium, Ce, which can take a plurality of 
valencies, is substituted for a cordierite-constituting 
element in a cordierite honeycomb structure, in order to 
complement the change of the valency, as in the 
method (1), an excess or deficiency of oxygen is caused 
to form an oxygen vacancy or lattice defect in the 
cordierite crystal lattice. The oxygen vacancy or 
lattice defect results in fine pores allowing catalyst 
support and providing the cordierite honeycomb structure 
with the oxygen storage capacity. That is, without a 
coating of Y~ a l um i na / a catalyst component can be 
directly supported and, without separately supporting a 
co-catalyst, an oxygen' storage capacity is provided. In 
order to provide the oxygen storage capacity, the content 
of Ce0 2 in a cordierite honeycomb structure is desirably 
made in a range of 0.01% by weight or less. 

In order to obtain a cordierite honeycomb structure 
containing Ce0 2f Ce is substituted for some of at least 
one of Si-, Al. and Hg eleme nts constituting the 
^ cordierite . The substitution may be in the same manner 
as in the method (1), and can be made by using cordierite 
materials in which a compound containing Ce in place of 
Si, Al or Mg is substituted for some of the Si, Al and Mg 
sources. Since Ce has a valence of +4 in air, if Ce is 
substituted for Mg (+2) or Al (+3) having a smaller 
valence, a lattice defect is formed as in the similar 
manner as in the above (iv), and even if Ce is 
substituted for Si (+4 ) , an oxygen vacancy is formed 
since some of Ce has a valence of +3. 

Thus/ by using J?e as a substituting element, a 
cordierite honeycomb structure having a catalyst 
supporting capability and an oxygen storage capacity can 
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be obtained. If Ce0 2 is supported as a co-catalyst, Ce0 2 
may be thermally deteriorated and result in grain growth, 
lowering the oxygen storage capacity. However, if Ce0 2 
is incorporated in the cordierite structure, no grain 
5 growth occurs and the oxygen storage capacity is not 

deteriorated . 

After the cordierite honeycomb structure is fired, a 
thermal shock or shock wave may be applied as in the 
above method (2) to form fine cracks. This increases the 

10 number of the fine pores improving the catalyst 

supporting capability. Alternatively, in combination 
with the method, elements other than Ce may be used, or 
the firing atmosphere may be controlled, to control the 
. number of oxygen vacancies and lattice defects formed. 

15 Aco-ca talyst having an oxyg en storage capacity such 

as Ce0 2 may be additionally supported on a cordierite 
honeycomb structure in which the catalyst supporting 
capability has been provided by the above methods (1) to 
(4). In this case, since the co-catalyst can be 

20 supported without coating y-alumina and utilizing fine 

pores of the catalyst supporting capability, a cordierite 
honeycomb structure having a catalyst supporting 
capability and an oxygen storage capacity can be easily 
obtained. Supporting a co-catalyst having an oxygen 

25 storage capacity may be done by supporting a precursor of 

a co-catalyst such as an ion or a complex thereof 
followed by heat treatment. 

The cordierit e honeycom b structure^_ having a catalyst 
supporting capability, as produced by the above methods, 

30 may be preferably used as a ceramic support used for a 
catalyst for cleaning an exhaust gas of an internal 
combustion gas. In this ceramic support, 0.1 g/1 or more 
of a catalyst component can be supported on the fine 
. pores of the cordierite honeycomb structure without a 

35 coating of Y- alu ^ina , so that a catalyst-ceramic body 
having a low thermal capacity, a high thermal shock- 



resistance and a low pressure loss can be obtained. The 
catalyst metal component may be at least one of metals 
having a catalyst activity and metal oxides having a 
catalyst activity. The metals having a catalyst activity 
include noble metals such as Pt, Pd and Ph and the metal 
oxides having a catalyst activity include oxides 
containing at least one metal of V, Nb, Ta, Cr, Mo, W, 
Mn, Fe, Co, Ni, Cu, Zn, Ga, Sn, Pb, etc. 

The methods for supporting a. catalyst compo nent 
include the liquid phase methods, in which a catalyst 
component is dissolved in a solvent and impregnated into 
a cordierite honeycomb structure to _suppor^ the cat al yst 
^component in the fine pores such as defects and cracks, 
and the. vapor deposition methods . such as CVD and PVD, as 
well as other methods including use of a super critical 
fluid. It is preferred to use a vapor phase deposition 
methods or a method using a solvent such as a super 
critical fluid which can be infiltrated into deep inside 
the fine pores, since the fine pores such as defects or 
cracks formed in the cordierite honeycomb structure are 
very fine. In the liquid phase methods, althouch v;ater 
may be used as the solvent, a solvent having a smaller 
surface tension than water, for example, an alcohol 
solvent such as methanol is preferred. By using a 
solvent having a smaller surface tension than water, the 
solution can be sufficiently infiltrated into the fine 
pores. In this case, if the infiltration is performed 
while vibration is applied or vacuum de foaminq is carried 
out, the solvent can be more easily introduced into the 
fine pores. Further, a catalyst component may be 
supported on a ceramic support by a plurality of 
supporting steps using the same or different compositions 
until a necessary amount of the catalyst component is 
supported. These methods may be effectively used to 
support a catalyst component in an amount of 0.5 g/1 or 

The catalyst-ceramic body of the present invention 
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obtained by the above process is a catalyst-ceramic body 
excellent in cleaning performance, which supports a 
required amount of a catalyst component directly thereon 
with a narrow space therebetween, without a coating of 
5 y- a l- um i na - Specifically, a catalyst component may be 

supported until the content of the metal element in the 
catalyst-ceramic body supporting the catalyst component, 
becomes 0.01% by weight, and the average space between 
the catalyst component particles (particles of catalyst 

10 component ion and catalyst metal, etc.) supported on the 
catalyst-ceramic body is as small as 0.1 to 100 nm. J^his^ 
means that with the same supporting amount of a catalyst 
component, the particle size o£ the catalyst component 
part icles bec ome^sm^ ^ and the number thereof larger, 

15 which r esults in a [denser distribution^ of the catalyst 

component on the entire surface of the ceramic support 
and the catalyst exhibits its performance more 
effectively. 

Moreover, in the present invention, a metal having a 
20 catalyst captivity may be substituted for a 

constitutional element of a cordierite honeycomb 
structure, to obtain a catalyst-ceramic body. In this 
case, cordierite materials in which some the Si, Al and 
Mg sources are replaced by a compound containing a metal 
25 having a catalyst activity , _ prefe rably such 

as Pt, Pd or Rd, in place of Si, Al or Mg of the 
cordierite-constituting elements, are used. Such 
cordierite materials are formed into a shape, heated to 
^rgmovfi an or ganic bind er^and then fired to form a ceramic 
30 catalyst body. The firing atmosphere may be a reducing 
pressure atmosphere having a pressure of 4000 MPa or 
less, a reducing atmosphere such as a hydrogen 
atmosphere, or. an oxygen-containing or an oxygen- free 
atmosphere. If a metal having an oxygen "storage capacity 
35 such as Ce is used also as a substituting metal,, in / 
addition to a metal having a catalyst activity, the 
catalyst-ceramic body can support a catalyst component as 



well as a co-catalyst having an oxygen storage capacity. 

BRIEF DESCRIPTION OF THE DRAWING 
Fig. 1 shows a cordierite honeycomb structure 
wherein the reference numeral 1 denotes a cordierite 
honeycomb structure/ 2 cells of flow channel, and 3 the 
direction of flow channel, 

EXAMPLES 

(Example 1 ) 

In Example 1, as the cordierite materials, talc, 
kaolin, alumina and aluminium hydroxide were used and 
formulated into a near theoretical cordierite 
composition. The cordierite materials were added with 
appropriate amounts of a binder, a lubricant and a 
humidicant, kneaded to a clay-like material_ and extruded 
to form a honeycomb shape having a cell wall thickness of 
100 Jim, a cell density of 400 cpsi (cells per square 
inch) and a diameter of 50 mm. The honeycomb shape was 
dried by heating, in air, up to 800°C to remove the' 
binder, and then fired by reducing the pressure to 
6.7 x 10 _< Pa (5 x 10" 6 Torr) and keeping the honeycomb 
shape under that pressure at 1390°C for 2 hours, to 
obtain a honeycomb structure. 

The obtained honeycomb struct ure was evaluated in 
-■ — - — ■ ... -. - - — ,, , - -t 

the oxygen content of the honeycomb structure, the number 
of oxygen contained in the unit lattice of the cordierite 
crystal, the lattice constant of the b 0 axis of the 
cordierite crystal, the amount of Pt supported on the 
honeycomb structure (see below), the thermal expansion 
coefficient in the direction of the flow channel and the 
compressive strength in the direction of the flow 
channel. The results aire shown in Table 1. 

The oxygen content of the honey comb structure was 
measured by a simultaneous oxygen and /nitrogen analyser. 
The number of oxygen contained in the unit lattice of the 



cordierite crystal was calculated from the amount of 
oxygen contained in the honeycomb structure. The latti ce 
c onstant of the b n axj ^of the cordierite crystal was 
obtained from the positions of diffraction peaks of (020) 
plane of the cordierite unit crystals by the powder X-ray 
diffraction, using the (112+) plane of Mn 2 0 3 as the 
reference by adding Mn 2 0 3 to the measured sample for 
correction of the positions of the diffraction peaks. 

The .amount of Pt supported on the honeycomb 
structure was measured using X-ray fluorescence 
spectroscopy by supporting a catalyst component on the 
honeycomb structure and pulverizing the honeycomb 
structure supporting the catalyst component. The 
supporting of P.t . as. the catalyst component . was done by. 
preparing a solution of chloroplatinic acid in water- or 
ethanol in a concentration of 0.1 mol/1, immersing the 
honeycomb structure in the solution, drying, and firing 
or heating the immersed honeycomb structure in air at 
800°C for 2 hours . 

The thermal expansion coefficient in the direction 
of iiho flow channel was measured usi.ng a pressing bar- 
type thermal expansion meter as the average thermal 
expansion coefficient from 25°C to 800°C. The 
compressive strength in the direction of the flow channel 
was determined by cutting out a cylinder of the honeycomb 
structure with a diameter of 1 inch and a length of 
1 inch and applying a load to the cylinder in the 
direction of the flow channel until the cylinder was 
broken, the pressure at breaking being used as the 
compressive strength . 

For comparison, a cordierite honeycomb structure was 
produced in the same manner as above except that the 
honeycomb shape was fired in air at 139.0°C for 2 hours, 
Which is Comparative Example 1. This cordierite 
honeycomb structure was evaluated similarly and the v 
results are also shown in Table 1. 



In comparison with Comparative Example 1, the 
cordierite honeycomb structure fired in a reduced 
pressure atmosphere had a reduced content of the 
honeycomb structure, a reduced amount of oxygen contained 
in the unit lattice of the cordierite crystal, and a 
'smaller lattice constant of the b 0 axis of the cordierite 
crystal. It is clear that oxygen left the cordierite 
crystals and oxygen vacancies were formed. 

With respect to the amount of the supported Pt f only 
a very small amount of Pt, too small to be detected, was 
supported on the cordierite honeycomb structure in both 
the cases where water and ethanol were used as the 
solvent in Comparative Example 1. In Example 1, in 
contrast, Pt was supported in an amount of 1.00 g/1 in 
the case of water and 13.79 g/1 in the case of ethanol. 
It is clearly shown that Pt can be supported in a 
sufficient amount on the honeycomb structure of 
Example 1. Further, the reason why the amount of the 
supported Pt is lower in the case of water as the solvent 
is because, with a solvent h aving such high surface 
tension as water, the"' Pt s olution cannot come close to _ • 
the oxygen , and vacancies and Pt ions are difficult to 
incorporate into the oxygen vacancies. 

Further, in Example l f the thermal expansion 
coefficient in the direction of the flow channel was 
0.92 x 10~ 6 /°C, satisfying the requirement of not more 
than 1.0 x 10~V°C required for a catalyst support, and 
the compressive strength in the direction of the flow 
channel was 11.92 MPa, exceeding the 10 MPa required for 
a honeycomb structure to endure a load for assembling 
into a catalyst converter. 

The oxygen vacancies of the honeycomb structure of 
Example 1 were observed by Transmission Electron 
Microscopy (TEM). The size of the oxygen vacancies was 
about 0.4 nm. Since this size is about four times the 
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diameter of the Pt ion, about 0.1 nm, these oxygen 
vacancies are sufficiently large to support Pt ions. 

The ainonn^ nf th^ o y;Y£gj2_v _acanc3.es of the honeycomb 
structure in Example 1 can be calculated as below. The 
5 amount of the oxygen vacancies of the honeycomb structure 

in Example 1 corresponds to the difference of the content 
of oxygen between the honeycomb structure produced in 
Comparative Example 1 and the honeycomb structure in 
Example . 1 . Since the above difference in the contents 

10 was 2.0% by weight, this corresponds to 0,7 oxygen 

contained in the unit latti ce ^of the cordierite crystal. 
Since the number of the unit lattices of the cordierite 
crystal contained in the cordierite honeycomb structure 
is 2.36 x 10 23 /l f the number of oxygen vacancies becomes 

1 5 1 . 65 x 10 23 /1 by the following formula: 

( 2.36 x 10 23 /1 ) x 0 . 7 - 1 . 65 x 10 23 /1 
This number of oxygen vacancies far exceeds the 
number of fine pores required for a catalyst support, as 
mentioned before, i.e., 1 x 10 16 /1, preferably 1 x 10 l7 /l. 

20- Tn cor;tras't, in Comparative Example 1, the 

cordierite honeycomb structure had a large number of 
cracks, so called microcracks, having a size of about 
several hundreds nanometers. However, the amount of 
supported on the cordierite honeycomb structure in 

25 C omparative Example 1 was in such a small amount that the 

supported Pt was not detected, as mentioned above. It is 
considered that Pt was not supported on microcracks, 
sin ce the width of the microcracks is about a few 
thousands times the diameter of Pt ion and is too large 

30 to support Pt therein in the supporting step. 
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(Example 2) 

The same cordierite materials as in Example 1 was 
formed into a honeycomb shape, heated to remove a binder 
and then fired in a hydrogen atmosphere as a reducing 
atmosphere at 1390°C for 2 hours. 

The obtained honeycomb structure was evaluated in 
the same manner as in Example 1 and the results are also 
shown in Table 1. 

It is clear from Table 1 that in comparison with 
Comparative Example 1, the cordierite honeycomb structure 
fired in a reducing atmosphere in Example 1 had a reduced 
content of the honeycomb structure, a reduced amount of 
oxygen contained in the unit lattice of the cordierite 
crystal, and a smaller lattice constant of the b 0 axis of 
the cordierite crystal. It is therefore clear that 
oxygen left the cordierite crystals and oxygen vacancies 
were formed. When Pt was supported on the cordierite 
honeycomb structure, the amount of the Pt supported was 
1.14 g./l in the case of water used as the solvent and 
14.81 g/1 in the case of ethanol used as the solvent. 
The thermal expansion coefficient m the direction o:: tne 
flow channel was 0.99 x 10~ 6 / o C, and the compressive 
strength in the direction of the flow channel was 
10.2 MPa, both of which satisfy the requirements. 

The amount of the oxygen vacancies of the honeycomb 
structure in Example 2 was also calculated. The amount 
of the oxygen vacancies of the honeycomb structure in 
Example 2 corresponds to the difference of the content of 
oxygen between the honeycomb structure produced in 
Comparative Example 1 and the honeycomb structure in 
Example 2. Since this difference of the content was 4.5% 
by weight, this corresponds to 1.7 oxygens contained in 
the unit lattice of the cordierite crystal. Since the 
number of the unit lattices of the cordierite crystal 
contained in the cordierite honeycomb structure is .\ 
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2.36 x 10 23 /1, the number of oxygen vacancies becomes 
4.01 x 10 23 /1 by the following formula: 

( 2 . 36 x 10 23 / 1 ) x 1.7 = 4.0 1 x 10 23 /1 
Thus, in accordance with the jpresent in ve ntion,, 
5 there is provided a cordierite honeycomb structure in 
which fine pores having a size suitable to support a 
catalyst component are formed in a sufficient number for 
supporting the catalyst component. 

(Examples 3 to 6 and Comparative Examples 2 to 7 ) 
10 In Example 3, Si 3 N 4 was used for 10% by weight of 

the Si source and, talc, kaolin, alumina and aluminum 
hydroxide were josed^as the other Si, Al and Mg sources to 
formulate a near theoretical cordierite composition. The 
thus prepared cordierite materials were formed into a 
15 honeycomb shape, heated to remove a binder and then fired 

or heated at 1390°C in an atmosphere having an oxygen 
concentration of 1% for 2 hours to produce a cordierite 
honeycomb structure. 

In Example 4, AlF 3 was used for 10% by weight of the 

2 0 7-1 source and talk, kaolin, eluminci. and elun.inup 

hydroxide were used as the other Si, Al and Mg sources to 
formulate a nea^theoreticalcordi erite composition.^ 
Using these cordierite materials, a cordierite honeycomb 
structure was produced in the same manner as above. 
25 in Example 5, MgCl 2 was used for 10% by weight of 

the Mg source and talc, kaolin, alumina and aluminum 
hydroxide were used as the other Si, Al and Mg sources to 
formulate a near theoretical cordierite composition. 
Using these cordierite materials, a cordierite honeycomb 

3 0 structure was produced in the same manner as" above • 

The obtained cordierite honeycomb structures were 
evaluated in the same manner as in Example 1. The 
results f are shown in Table 2 . . 

For comparison, cordierite honeycomb shapes were 
35 made using the same cordierite materials as in Examples 3 
to 5 and were fired in an atmosphere having an oxygen 
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content of 3% or 12%. These were made as Comparative 
Examples 2 to 7 . The obtained cordierite honeycomb 
structures were evaluated in the same manner as in 
Example 1. The results are shown in Table 2. 

As seen in Table 2, in comparison with Comparative 
Examples 2 to 7 , the cordierite honeycomb structures 
produced by firing in an atmosphere having an oxygen 
concentration of 1% in Examples 3 to 5 had a reduced 
oxygen content of the honeycomb structure, a reduced 
number of the oxygen contained in the unit lattice of the 
cordierite crystal, and a smaller lattice constant of the 
b 0 axis of the cordierite crystal. It is therefore clear 
that oxygen vacancies were formed. 

When Pt was supported on the cordierite honeycomb 
structures of Examples 3 to 5 , Pt was supported in an 
amount of 0.21 to 0.35 g/1 in the case of water as the 
solvent and in an amount of 2.88 to 3.44 g/1 in the case, 
of ethanol. The thermal expansion coefficient in the 
direction of the flow channel was 0.89 to 0.94 x KT 6 /°C, 
and the compressive strength in. the direction .of the flow 
channel was 12.6 to 14 .3 MPa, both of which satisfy the 
requirements. 
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(Examples 6 to 10) 

In Examples 6 to 8 , cordierite honeycomb structures 
were produced in the same manner as in Examples 3 to 5, 
except that the used firing atmosphere was a reduced 
pressure atmosphere having a pressure of 6,7 to 10~* Pa 
(5 x 1(T 6 Torr ) . 

In Examples 9 and 10, cordierite honeycomb 
structures were produced in the same manner as in 
Example 5, except that the used firing atmosphere was a 
hydrogen atmosphere as a reducing atmosphere. 

The obtained cordierite honeycomb structures were 
evaluated in the same manner as in Example 1 . The 
results are also shown in Table 2. 

As seen in Table 2 , in comparison with Comparative 
Examples 2 to 7 , the cordierite honeycomb structures . 
produced in Examples 6 to 10 had a xg duced oxygen content 
of the honeycomb ^s tructure , a reduced number of the 
oxygen contained in the unit lattice of the cordierite 
crystal , and a smaller lattice constant of the b 0 axis of 
the cordierite crystal. . It is therefore clear that 
oxygcon vacanc s were forced, Khcr; P t vss ; \ ;.:-po . ' -?.d , ' 
was supported in an amount of 1,01 to 3.10 g/l in the 
case of water as the solvent and in an amount of 5.56 to 
14.62 g/l in the case of ethanol. The thermal expansion 
coefficient in the direction of the flow channel was 0.85 
to 0.98 x 10~ 6 /°C, and the compressive strength in the 
direction of the flow channel was 10.7 to 15,1 NPa f both 
of which satisfy the requirements. 
(Examples 11 to 18) 

In Examples 11 and 12, Fe 2 0 3 or Ca 2 0 3 was used for 
10% by weight of the Si source, and talc, kaolin, alumina 
and aluminum hydroxide were used as the other Si, Al and 
Mg sources to formulate a near theoretical cordierite 
composition. The thus prepared cordierite materials were 
formed into a honeycomb shape; heated to remove a binder 
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and then fired at 1390°C in an air atmosphere for 2 hours 
to produce a cordierite honeycomb structure. 

The obtained cordierite honeycomb structures were 
evaluated in the same manner as before. The results are 
5 shown in Table 3. 

In Examples 13 and 14, Ge0 2 or Mo0 3 , as an oxide or 
an element having a valence larger than Al, was used for 
10% by weight of the Al source, and talc, kaolin, alumina 
and aluminum hydroxide were used as the other Si, Al and 
10 Mg sources to formulate a near theoretical cordierite 

composition. The thu s prepa red cord ierite materials were 
^for med into _j3^_ honeycomb shapq , heated and then fired in 
the same manner as in Example 11. 

In Examples 15 to 18, Fe 2 0 3 , Ga 2 0 3 , Ge0 2 or Mo0 3 , as 
15 an j oxide of an element havinq ^n valence larger; than Mg, 

was used for 10% by weight of the Mg source, and talc, 
kaolin, alumina and aluminum hydroxide were used as. the 
other Si, Al and Mg sources to formulate a near 
theoretical cordierite composition.. The thus prepared 
20 cordierite materials were formed into a honeycomb shape, 

l.c c.icc arid then fired ir: the saroe n T ,c: c: ir; 
Example 11. 

The obtained corHiprit.fi honeycomb structures were 
evaluated in the same manner as before. The results are 

25 also shown in Table 3. 

In Table 3, in comparison with Comparative 
Example 1, the cordierite honeycomb structures of 
Examples 11 and 12, in which some _ Si was replaced by an 
pjpmpnt, having a smaller valence than Si x had a reduced 

30 oxygen content of the honeycomb structure, a reduced 

number of the oxygen contained in the unit lattice of the 
cordierite crystal, and a smaller . lattice constant of the 
b 0 axis of the cordierite crystal. It is therefore clear 
. that . .oxygen vacancies were formed. . When Pt was ______ .. 

35 supported, Pt was supported in an amount of 0,15 to . 

0.23 g/1 in the case of water as the solvent and in, an 
amount of 2,62 to 5.31 g/1 in the case of ethanol. The 
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thermal expansion coefficient in the direction of the 
flow channel was 0,86 to 0.89 x KT 6 /°C, and the 
compressive strength in the direction of the flow channel 
was 12.5 to 16,7 MPa, both of which satisfy the 
requirements . 

In comparison with Comparative Example 1, the 
cordierite honeycomb structures of Examples 13 to 18, in 
which some cordierite-constituting element Al.or Mg was 
replaced by an element having a larger valence than Al or 
Mg, had an increased oxygen content of the honeycomb 
structure, an increased number of the oxygen contained in 
the unit lattice of the cordierite crystal, and a varied 
lattice constant of the b 0 axis of the cordierite 
crystal. It is therefore clear that lattice defects were 
formed. When Pt was supported, Pt was supported in an 
amount of 0.27 to. 1.24 g/1 in the case of water as the 
solvent and in an amount of 0.67 to 3.69 g/1 in the case 
of ethanol. The thermal expansion coefficient in the 
direction of the flow channel was 0.57 to 0,95 x 10~V°C, 
end the compressive strength in- the direction of the flow 
channel was 10.8 to 14.8 MPa , both of which satisfy the 
requirements . 

(Examples 19 to 22) 

In Examples 19 and 20, cordierite honeycomb 
structures were produced in the same manner as in 
Examples 11 and 12, except that the used firing 
atmosphere was a reduced pressure atmosphere having a 
pressure of 6.7 to 10" 4 Pa (5 x 10" 6 Torr). 

In Examples 21 and 22, cordierite honeycomb 
structures were produced in the same manner as in 
Examples 11 and 12, except that the used firing 
atmosphere was a hydrogen atmosphere as a reducing 
atmosphere. 

The obt ained cordierite honeycomb s tructures were 
evaluated in the same manner as in Example 1. The 
results are also, shown in Table 3. 
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As seen in Table 3, in comparison with Comparative 
Example 1, the cordierite honeycomb structures produced 
in Examples 19 and 20 had a reduced oxygen content of the 
JlQiie^icjamU-s-t^^^ a reduced number of the oxygen 

5 contained in the unit lattice of the cordierite crystal, 

and a smaller lattice constant of the b 0 axis of the 
cordierite crystal. It is therefore clear that oxygen 
vacancies were formed. When Pt was supported , Pt was 
supported in an amount of 0.25 to 0.68 g/1 in the case of 
10 water as the solvent and in. an amount of 2.77 to 

10.15 g/1 in the case of ethanol. The thermal expansion 
coefficient in the direction of the flow channel was 0.91 
to 0.98 x 10~V°C, and the compressive strength in the 
direction of the flow channel was 10.0 to 11.0 MPa, both 
15 of which satisfy the requirements. 

(Examples 23 and 24) 

In Example- 23, a cordierite honeycomb structure was 
produced in the same manner as in Example 11, except that 
the used firing atmosphere was a nitrogen atmosphere 
20 having an oxygen concentration of 0%. 

lii Example 24, a cordierite honeycomb structure 
produced in the same manner as in Example 11, except that 
the used firing atmosphere was an oxygen atmosphere 
having an oxygen concentration of 100%. 
25 Th^ nhtai^r] pprHi'prjfp t^n^ ycomb s t r uc tu r e ts wer e 

evaluated in the same manner as before. The results are 
also shown in Table 3. 

In comparison with the cordie rite honeycomb 
structures in Comparative Example 1, the cordierite 
30 honeycomb structures prepared in Examples 23 and 24, 

where a portion of the cordierite constituting element Si 
was replaced by an element having a smaller valence "than 
Si, had a reduced oxygen content of the honeycomb 

structure , _a, reduced ^amount of. oxygen contained in the 

35 unit lattice of the cordierite crystal, and a smaller 
' " lattice constant of the b 0 axis of the cordierite • ' 

crystal. it is therefore clear that oxygen va cancies^ 
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w ere form ed in tfce rorcj jpr j^ ^n ystals., Here, when 
Examples 23 and 24 are compared, the characteristics of 
the obtained cordierite honeycomb structures are not very 
different from each other, although the oxygen 
concentration was different in these Examples. 
Therefore, it may be concluded that the oxygen 
concentration of an oxygen atmosphere does not have an 
effect on the characteristics of the cordierite honeycomb 
structure. 

When Pt was supported on the cordierite honeycomb 
structure, the amount of Pt supported was 0.20 to 
0.25 g/1 in the case of water as the solvent and 3.01 to 
4.98 g/1 in the case of ethanol as the solvent. The 
thermal expansion coefficient was 0.85 to 0.90 x 10"V°C 
and the compressive strength was 12.4 to 16.6 MPa f both 
of which satisfy the requirements. 
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(Examples 25 to 36) 

As the__cordieri,te materi^L^ talc, kaolin, alumina 
and aluminium hydroxide were used and formulated into a 
near theoretical cordierite composition. In the same 
5 manner as in Example 1, the cordierite materials were 
added to a binder, a lubricant and a humidicant in 
appropriate amounts, formed into a honeycomb j hape , and 
then fired in air at 1390°C for 2 hours, to obtain a 
honeycomb structure . 

10 After the cordierite honeycomb structure was cooled 

to room temperature, t he obtained cordierite honeycomb 
structure was subjected t o a thermal shock by heating the 
honeycomb structure up to a temperature of the sum of the 
room temperature plus an intended thermal shock 

15 temperature difference followed by dropping the heated 

honeycomb structure into water. The thermal shock 
temperature difference was varied in a range of 150 to 
900°C in Examples 25. to 30 as shown in Table 4. 

Also, in Examples 31 to 36, in the course of cooling 

20 from the' firing temperature of 1390°C above, when the 

corcieri'ce honeycomb structure was cooled to a 
temperature of the sum of the room temperature plus an 
intended thermal shock temperature difference, air was 
blown to the honeycomb structure in the direction of the 

2 5 flow channel to provide a thermal shock to the honeycomb 

structure. The thermal shock temperature difference was 
varied in a range of 150 to 900°C in Examples 31 to 36 as 
shown in Table 4. 

The honeycomb structures after the thermal shock 

30 were observed by TEM, It was confirmed that fine cracks 
having a width of J^O nm or jp<;p wpt'p formed in a large 
number at interfaces between the cordierite crystal 
phases and the amorphous phases. 

The Pt supporting amount, the thermal expansion 

3 5 :£°^ f f ic an d the compressive strength in the direction 
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of the flow channel of the honeycomb structures were 
evaluated. The results are shown in Table 4. 

As seen in Table 4, the Pt supporting amount was in 
a range of 0.88 to 1,64 g/1 in the case of water as the 
5 solvent and in a range of 3.18 to 4.77 g/1 in the case of 

ethanol, which indicates that supporting Pt was' made 
possible by the fine cracks. The thermal expansion 
coefficient was 0.28 to 0.39 x 10" 6 /°C, and the 
compressive strength in the direction of the flow channel 
10 was 13.0 to 17.0 MPa, both of which satisfy the 

requirements • 
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(Examples 37 to 39) 

In Example 37, Ga 2 0 3 , an oxide of an element having 
a smaller valence than Si, was used for 10% by weight of 
the Si source, and talk, kaolin, alumina and aluminum 
5 hydroxide were used as the other Si, Al and Mg sources to 

formulate a near theoretical cordierite composition. The 
thus prepared cordierite materials were formed into a 
honeycomb shape, heated to remove a binder and then fired 
at 1390°C in an air atmosphere for 2 hours to produce a 
10 cordierite honeycomb structure, in the same manner as in 

Example 1 . 

The obtain ed,. c nrr ^ ^ r-i hon^y^mh str ucture ^ was 
cooled to room temperature and re-heated to 320°C, at 
which temperature the re-heated honeycomb structure was 

15 dropped into water for rapid cooling or applying a 

thermal shock. Pt was supported onto the thus treated 
honeycomb structure, by CVD. While a carrier. gas of 
nitrogen was flowed at 20 1/min, platinum acetylacetonate 
was heated and sublimated at 180°C / to adsorb Pt on the 

20 honeycomb' structure for 1 hour and the honeycomb 

structure was then heat-treated in air at 800°C for 
2 hours. The amount of Pt supported on the obtained 
honeycomb structure was measured to be 1.22 g/1. 

In Examples 38 and 39 , Ge0 2r an oxide of an element 

2 5 having a larger valence than Al, was used for 10% by 

weight of the Al source, and talk, kaolin, alumina and 
aluminum hydroxide were used as the other Si, Al and Mg 
sources to formulate a near theoretical cordierite 
composition. The thus prepared cordierite materials were 

3 0 formed into a honeycomb shape, heated to remove a binder 

and then fired at 1390°C in an air atmosphere for 2 hours 
to produce a cordierite honeycomb structure, in the same 
manner as in Example 1. In the course of cooling from 
the firing temperature of 1390°C, the honeycomb __ ___ 
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structure, when the temperature became 320°C, was dropped 
into water (at 20°C) to apply a thermal shock. 

In Example 38, Pt was supported onto the obtained 
honeycomb structure by PVD, specifically sputtering. The 
target was Pt, the sputtering gas was Ar, the reaction 
pressure was 1.3 Pa, the radio frequency was 13,56 MHz, 
the supplied power was 100W and the sputtering time 
period was 10 minutes. In Example 39, Pt was su pported 
/Onto the_ o btained honeycomb structure using a super 
.critical fluicL ^ The super critical fluid used was^CO^in 
which the honeycomb structure was immersed for 5 minutes. 
The amount of the supported Pt was 1.01 g/1 in Example 38 
and 1.55 g/1 in Example 39. 

Table 5 shows the characteristics of the honeycomb 
structures in Examples 37 to 39, evaluated in the same 
manner as described before. It is seen in Table 5 that 
oxygen vacancies were formed because of its oxygen 
content, number of oxygen and lattice constant in 
Example 37 f and lattice defects were formed because of 
their oxygen content, number of oxygen and lattice 
constant in Examples 3t and 39. 

When the honeycomb structures of Examples 37 to 39 
were observed by TEM , a large number of fine cracks 
having a width of several nanometers or less were formed 
near the interfaces between the cordierite crystal phases 
and the amorphous phases of the honeycomb structure. 
Therefore, it is seen that when a cordierite-cons tituting 
element is replaced by an element having a different 
valence and a thermal shock is applied, both the fine 
pores by the oxygen vacancies or lattice defects as well 
as the fine pores by the fine cracks are formed. 

In Examples 37 to 39 , the thermal expansion 
coefficient was 0.59 to 0.75 x 10" 6 /°C, and the 
compressive strength in the direction of the flow channel 
"was 10 satisfy the •- " ; ■ 

requirements. 
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(Examples 40 to 42) 

In Example 40, talc, kaolin, alumina and aluminum 
hydroxide were used as the Si, Al and Mg sources and were 
formulated ^into a near theoretical cordierite composition 



5 _and_j^h_e_c prdierite materials were further added with 

0.05% by weight of NaC0 3 as a compound of an alkali metal 
element. The prepared cordierite materials were formed 
into a honeycomb shape, heated to remove a binder and 
then fired at 1390°C in an air atmosphere for 2 hours to 
10 produce a cordierite honeycomb structure, in the same 

manner as in Example 1 . The obtained cordierite 
honeycomb structure was rapid cooled to room temperature 
by dropping into water (at 20°C) from 320°C in the course 

of cooling from the firing at 1390°C to apply a thermal 

15 shock. 

Example 4 0 was repeated to produce a cordierite 
honeycomb structure, but the firing' was carried out in a 
reduced pressure atmosphere having a pressure of 4000 MPa 
in Example 41 and in a reducing atmosphere of a hydrogen 

7 0 atmosphere in Example 42 + - The cbtc.inec cordierite 

honeycomb structures were cooled to room temperature 
(2 5°C) and then re-heated to 325°C and air was blown to 
a PPly a thermal shock. 

The obtained h9 np vcomb structures were measured for 

25 their thermal expansion coefficient and compressive 

strength. The results are shown in Table 6. In 
Examples 40 to 42, the thermal expansion coefficient was 
0.42 to 0.58 x 10~V°C, and the compressive strength in 
the direction of the flow channel was 10.8 to 12.1 MPa, 

30 both of which satisfy the requirements. 

When the honeycomb structures of Examples 40 to 42 
were observed by TEM, a large number of fine cracks 
ha YA n 9_ a width of several nanometers or less were formed 

j : ,,near th : e interfaces between the cordierite crystal phases 



: * 35 ' /. and the amorphous phases of. the honeycomb structure 
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The honeycomb structures of Examples 40 to 42 were 
immersed in a solution of 0.07 mol/ 1-chloroplatinic acid 
and 0.05 mol/ 1-rhodium chloride in ethanol while applying 
an ultrasonic wave for 10 minutes. The honeycomb 
structures were then blown with an air flow under 
1 x 10~ S Pa (1 kgf/cm 2 ) to dry and then fired in air at 
800°C for 2 hours. The thus Pt supported honeycomb 

structures were subjected to X-ray fluorescence 
spectroscopy to analyze the supported amounts of Pt and 
Rh. The honeycomb structure of Example 4 0 supported 

1.2 g/1 of Pt and 0,2 g/1 of Rh, Example 41 supported 

1.3 g/1 of Pt and 0.3 g/1 of Rh, and Example 42 supported 
1.1 g/1 of Pt and. 0.2 g/1 of Rh . 

For comparison, Pt and Rh were similarly supported 
on the honeycomb structures of Examples 2 9 and 35, in 
which a thermal shock was applied but Na 2 C0 3 was not 
added. The honeycomb structure of Example 29 supported 
0.7 g/1 of Pt and 0.2 g/1 of Rh and Example 35 supported 
0.5 g/1 of Pt and 0-2 g/1 of Rh, which are less than the 
amounts of the suoported pt and Rh in . Examples .4 6 to 42, 
It is considered that in Examples ! -0 to ^2 , more : ine 
cracks were formed by the thermal shock because the 
amorphous phase was increased by addition of Ka 2 C0 3 . 
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(Example 43) 

As the cordierite materials, talc, kaolin, alumina 
and aluminium hydroxide were used and formulated into a 
near theoretical cordierite composition. In the same 
5 manner as in Example 1, the cordierite materials were 
added to a binder, a lubricant and a humidicant in 
appropriate amounts, formed into a honeycomb shape, and 
then fired in air at 1390°C for 2 hours, to obtain a 
honeycomb structure. A shock wave of a focused 

10 ultrasound with a frequency of 29 kHz and a power of 100W 

was applied to the obtained honeycomb structure. In the 
same manner as in Examples 40 to 42, catalyst components 
(Pt and Rh) were supported on the obtained cordierite 
honeycomb structure and the amounts of the supported Pt 

15 and Rh were measured. Also, the thermal expansion 

coefficient and the compressive strength in the direction 
of . the flow channel were measured. The results are shown 
in Table 6. 



The thermal expansion coefficient was '0.38 x 10~ 6 /°C, 
and the compressive strength in the direction of the flow 
channel was 10.6 MPa, both of which satisfy the 



2 0 



As seen in Table 6, the amount of the supported Pt 

was l.-9-g/l and the amount of the supported Rh was 
0.2 c / 1 . 



25 



requirements . 



30 



By observing the honeycomb structure, it was 
confirmed that fine cracks having a width of a few 
nanometers were formed in a large number at interfaces 
between the cordierite crystal phases and the amorphous 
phases. 



(Examples 4 4 to 46) 



As the _c ordierite materials, talc, kaolin, alumina 
and aluminium hydroxide were used and formulated into a 



335 
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appropriate amounts, formed into a honeycomb shape, and 
then fired in air at 1390°C for 2 hours, to obtain 
honeycomb structures . 

The obtained honeycomb structure was immersed in 
high temperature and high pressure water at 10 MPa and 
300°C for 1 hour in Example 44. Similarly, the obtained- 
honeycomb structure was immersed in super critical fluid 
C0 2 for 30 minutes in Example 45, and in an aqueous 
solution of sodium hydroxide of 1 mol/1 at 60°C for 
5 hours in Example 46. 

The amounts of the supported catalyst components (Pt 
and Rh ) , the thermal expansion coefficient and the 
compressive strength in the direction of the flow channel 
were measured. The results are' shown in Table 7. 

In Examples 4 4 to 46, the amount of the supported Pt 
was 1.5 to 2.3 g/1, the amount of the supported Rh was 
0.2 to 0.3 g/l f confirming that fine- pores capable to 
support a catalyst component were formed. The thermal 
expansion coefficient was 0.35 to 0.39 x 10~V°C, and the 
compressive strength in the direction of the flow channel 
was I J. 2 to 12.2 K?a , both of v;hich satisfy the 
requirements. 
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(Example 4 7 and 48) 

As the cordierite materials, talc, kaolin, alumina 
and aluminium hydroxide were used and formulated into a 
near theoretical cordierite composition. In the same 
manner as in Example 1, the cordierite materials were 
added with a binder, lubri cant- f» hnmi^ n> jjr^ 

appropriat e_ajioyiLts^ formed into a honeycomb shape, and 
then fired in air at 1390°C for 2 hours, to obtain 
honeycomb structures . 

In Example 47, the obtained honeycomb structure was 
dry etched withj ^y_ The conditions of the dry etching 
was a CF 4 flow rate of 150 ral/min, a reaction chamber 
pressure of 13,3 Pa, an applied radio frequency of 
13.56 MHz, a supplied power of 300W and an etching 
duration of 10 minutes. In Example 48, similarlv, -cry 
etching was carried out with Ar under the conditions of a 
reaction chamber pressure of 1.3 Pa, an applied radio 
frequency of 13.56 MHz, ' a supplied power of 100W and an 
etching duration of 10 minutes. 

The amounts of the supported catalyst components '(Ft 
^.nd Rh ) , the ■ thernia 1 evpansi.cn cccf f icicnt e.-c 
compressive strength in the direction oi the flow channel 
were measured. The results are.shown in Table 8. 

In Examples 4 7 to 48, the amount of the supported Pt 
was 1.1 to 1.3 g/1, and the amount of the supported Rh 
was 0.2 to 0.3 g/1 , confirming that fine pores capable to 
support a ca talyst component were formed. The thermal 
expansion coefficient was 0.45 to 0.46 x 10~7°C, and the 
compressive strength in the direction of the flow channel 
was 11.7 to 12.7 MPa, both of which satisfy the 
requirements . 

The results of the evaluation of Examples 47 and 48 
are shown in Table 8. 
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(Examples 49 to 51) 

In Example 49, as the cordierite materials, talc, 
kaolin, alumina and aluminium hydroxide were used, but 5% 
by weight of the Si source was replaced by Ce0 2 , and 
formulated into a near theoretical cordierite 
composition. In the same manner as in Example 1, the 
cordierite materials were added with a binder, a 
lubricant and a humidicant in appropriate amounts, formed 
into a honeycomb shape, heated in air to 800°C to remove 
the binder and then fired in a reduced pressure 
atmosphere under 4000 MPa at 1390°C for 2 hours, to 
obtain a cordierite honeycomb structure. 

In Example 50, a cordierite honeycomb structure was 
produced in the similar manner as in Example 49, but 5% 
by weight of the Al source, not the Si source, was 
replaced by Ce0 2 and the firing atmosphere was a reducing 
atmosphere of a hydrogen atmosphere. 

In Example 51, a cordierite honeycomb structure was 
produced in the similar manner as in Example 49, but 5% 
by weight of the Mg source, not the Si source, was 
■rr::i:,cec i O;0. and. -cue firinq . : - c v-r.s r <:•. J. - 

atmosphere . 

The obtained cordierite honeycomb structures were 
evaluated in their thermal expansion coefficient and the 
compressive strength in the direction of the flow 
channel . 

As seen in Table 9, the thermal expansion 
coefficient was 0.78 to 0.98 x 10"7°C, and the 
compressive strength in the direction of the flow channel 
was 10.8 to 12.1 MPa , both of which satisfy the 
requirements. 

When rat al y n t com paiiaiii^ (Pt and Rh) were supported 
on the honeycomb structures of Examples 4 9 to 51, the 
an ?ounts of the supported Pt and Rh were 1.5 to 2.3 g/1 ..of . 
Pt and 0.2 to 0,3 g/1 of -Rh, confirming that fine pores - 
capable of. supporting a catalyst component were formed by. 



incorporating Ce0 2 in the cordierite honeycomb structure. 
The amount of the supported catalyst components of 
Examples 49 to 51 is equivalent to that in the three way 
converter catalyst (1,5 g/1). 

The results of the evaluation in Examples 49 to 51 
are shown in Table 9. 
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The oxygen storage capacity of the cordierite 
honeycomb structures of Examples 49 to 51 was evaluated 
The evaluation of the oxygen storage capacity was made by 
TG-DTA (Rigaku: TAS-200). /The produced Ce-substituted 

.c ordierite hon eyroj^ structu ^jr^Te - ^^ • 

20 mg of the pulverized powder was kept at 500°C, while 
an oxygen atmosphere of 50% of 0 2 , with the balance being 
N 2 , and a reducing atmosphere of 2% of H 2 , with the 
balance being N 2 , were repeated twice. The amount of the 

between the oxygen atmosphere and the reducing 
atmosphere. This amount of the released oxygen was 
divided by the amount of the Ce0 2 contained in the 
cordierite honeycomb structure to obtain the amount of 
the released oxygen per 1 mol of CeO : , contained in the 
cordierite honeycomb structure, that is, the oxygen 
storage capacity. The oxygen storage capacity is also 
shown in Table 9. 

For comparison, ^ the oxygen storage capacity of a ' 
^c ordierite hon e ycomb structure without a Ce sub& LLtiitiory 
was .also evaluated a nd that of . thrc-c w v convc ^..-- 
Ca * Caiy£t with Cs0 * supported thereon, in which -che amount 
of the supported Ce0 2 was made to be 75 g/1, 1.5 times 
the usual supported amount, was also evaluated. As a 
result, the cordierite honeycomb structure vUhout L _a__ C £__ 
substituU oa_4id not, have an oxygen storage capacity and 
the three way converter catalyst with Ce0 2 supported 
thereon had an oxygen storage capacity of 
1-5 x l 0 - 2 O 2 mol/CeO z mol. m contrast, the oxygen 
storage capacities of Examples 49 to 51 were in a range 
of 3.1 to 9.6 x 10- 2 O 2 mol/Ce0 2 mol, which was larger than 
that of the three way catalyst. 

The content of Ce0 2 in Example 51, having the 
highest oxygen storage capacity, was only about 2% by - 
weight. The amount of the oxygen which can be storea-byY 
1 liter of the cordierite honeycomb structure of " '• ' 
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Example 51 and that by 1 liter of the three way catalyst 
(75 g/1 of the supported Ce0 2 ) were almost equal to each 
other. The experiment of Example 51, in which Mg was 
replaced_ by Ce t was repeated and the content of Ce0 2 in 
the cordierite honeycomb structure of Example 51 was 
Varied - JTh^J^y gen storage capac ity wa^sj^nificantly 
^xeduced^_ to a level where it was .d lllll^il±_tc L ^ctcc,t , 
_^en_the_cc^ nt of CeO-, in _the_c ordierite honeycomb 
struct ure was _0^0i % by weight. Acco rdingly, at least 
.0.01% by weight ^the_conten t of C^~m^^^Zo { 
^provide ^ an oxygen sto rage capacity. 
(Examples 52 and 53) 

In Example 52, as the cordierite materials, talc, 
kaolin, alumina and aluminium hydroxide were used but 
1.2% by weight of the Mg source was replaced bv Pt and 
they were formulated into a near-theoretical- cordierite 
composition. in the same manner as in Example 1, the • 
cordierite materials were added with a binder, a 
lubricant and a humidicant in appropriate amounts, formed 
into a honeycomb shape and then fired in an air 
etmosphere at 1390°C for 7 hour? , to r '.---;-. - c - c r- ~ ■ -■ - 
honeycomb structure . 

The obtained cordierite honeycomb structure had a rt 
content of 1 . 7 g/1. The cordierite honeycomb structure 
was evaluated in its thermal expansion coefficient and 
the compressive strength in the direction of the flow 
channel. As seen in Table 10, the thermal expansion 
coefficient was 0.85 x 10- e /°C, and the compressive 
strength in the direction of the flow channel was 
10.9 MPa, both of which satisfy the requirements. 

In Example 53, a cordierite honeycomb structure was 
produced in the similar manner as in Example 52, but 1.2% 
by weight of the Mg source was replaced with an oxide of 

Ft and5% by veight ° £ the A1 source was replaced by 
Ce0 2 . After being cooled to room temperature, the 
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honeycomb structure was re-heated to 320°C and rapidly 
cooled by being dropped into water (20°C). 

The obtained cordierite honeycomb structures had a 
Pt content of 1,6 g/1 and an oxygen storage capacity of 
5 3.9 x 10" 2 O 2 mol/Ce0 2 mol. The cordierite honeycomb 

structure was evaluated in its thermal expansion 
coefficient and the compressive strength in the direction 
of the flow channel. As seen in Table 10, the thermal 
expansion coefficient was 0.96 x 10~ 6 /°C, and the 
10 compressive strength in the direction of the flow channel 
was 11.9 MPa, both of which satisfy the requirements. 

The results of the evaluation of Examples 52 and 53 
are shown in Table 10. 











4-> 






a) 




















u 


i 

a> 












>i 




>1 


>i 




















xi 


>1 




to 








•d 




XI 


-d 












CJ 




0 


aj 






X 








u 


u 


0 


0 


U M 




u 












id 


id 


-H 0 




(d 








H 


nJ 


H 


H 


nJ 0 




£ 










a 


Pu 






0) 










C 




a) 


c « 










u 




M 


u 


H 












to 


tn 


V) 




CP TO 


c 










id 


C 


<d 


fd 


c e 


-H 












M 






•H C 
H Q) 


at 












tn H 


*H X 


0 
















< 


























> 










































th 












OA 




pre 


eng 




(MP 




H 






tH 






u 


















0 


4J 


















u 


</) 






















4J 




















c 


U 


















0) 


o 
















0 


•H 




to 






VD 




r-i 


•H 


O 




00 










flj 


ans 


ffi 


o 

tH 




O 






o 






& 


0) 


X 














x: 




o 


















0.: 


u 






































c 




















Q) 




2" 




r- 






KD 


























c 




Cn 




r-l 










-P 


o 




















u 


















age 






mol ) 














M 
















O 




! o 






c 





















c 


1 
















C *H 






1— 1 




cn 


0) O 






o 






tn (d 










m 












X rd 












O O 






o 






<D 












M 0) 












P 0 


id 










C 












(d <u 






o 




o 


u u 


<u 






o 


0 QJ 






o 






Cm *w 




u 








e *m 




0 








G) -H 




JC 










o 






















C 
























O C 








o 


2 ° 


«j a 












H £ 








(X 




Oh (D 










<D H 












as a) 






















n 










to 


in 


<U 
























I 








H 


H 


to 








r 

X 

w 


■ ■ • § ; • . 
u 



- 60 - 



(Cleaning test) 

The performance of the thus produced cordierite 
honeycomb structures in cleaning hydrocarbon was. 
evaluated, 

5 A catalyst component was supported on each of the 

cordierite honeycomb structures produced in Examples 1, 
11 to 18, 25 to 33 and 40 to 53, to form a catalyst- 
ceramic body. The catalyst-ceramic body was cut out into 
a cylinder having a diameter~~bt 15 mm and a iengtn ot 

10 ^To mm^ The cylinder~oT" the cataly tit-cei aiuic body~~was 
used in the test of cleaning hydrocarbon at various 
predetermined temperatures in a model gas bench. The 
model gas comprised 500 ppm of C 3 H 6 , 5% of oxygen and the 
balance being nitrogen. The SV (space velocity) was 

15 10,000/hour. The temperature at which 50% of C 2 K € in the 

model gas was cleaned with a catalyst-ceramic body, was 
made as "50% cleaning temperature 1 '. The results are 
shown in Table 11. 



Table 11 



Sample 


50% 

cleaning 
temperature 
(°C) 


Catalyst 
supported 
amount (g/L) 


Supporting method 


Remarks 


Pt 


Rh 


Comparative 
Example 8 


4 8 9 


— 






No 

catalyst 


Comparative 
Example 9 


18 4 


1 . 25 


0 . 25 


- 


Three way 
converte r 
catalyst 


Example 1 


188 


1 , 9 




Ethanol solution 




Example 11 


263 


7 . 7 




Ethanol solution 




Example 12 


233 


2 . 3 




Ethanol solution 




Example 13 


255 


8 . 8 




Ethanol solution 




Example 14 


221 


2,5 




Ethanol solution 




Example 15 


238 


7 4 




Ethanol solution 




Example 16 


263 


2 . 0 


- 


Ethanol solution 




Example 17 


238 






Ethanol solution 




E x amp 1 e 18 


187 


2 . 4 




Ethanol solution 




Example 25 


223 


1 . 2 




CVD 




Example? 2 6 


2 ^ 


1.0 




PVD 




E x. arap ]. o 2 7 




1 . 5 




Super critical 
i luic 


1 


Example 28 


204 


3 . 7 




Ethanol solution 




Example 29 


206 


4.1 




Ethanol solution 




Example 30 


190 


■2.6 




Ethanol solution 




Example 31 


194 


4 . 1 




Ethanol solution 




Example 32 


206 


3 . 4 




Ethanol solution 




Example 33 


195 


3 . 6 




Ethanol solution 




Example 40 


221 


1 , 2 


0.2 


Ethanol solution + 

ultrasonic wave 






1.3 | c .i .. y ' t c " f . _ . ' 


| 


Example A?. . 


206 


1 . 1 


0.2 


Ethanol solution + 
ul t r : r r n i c vave 




Example 4 3 


199 


1 . 9 


0.2 


Ethanol solution + 
ultrasonic wave 




Example 4 4 


207 


1.5 


0.3 


Ethanol solution + 
ultrasonic wave 




Example 4 5 


200 


2.3 


0.3 


Ethanol solution + 
ultrasonic wave 




Example 4G 


230 


2 . 1 


0.2 


Ethanol solution + 
ultrasonic wave 





Example 4 7 


219 


1 . 1 


0 . 3 


Ethanol solution + 
uitre s o n i c vave 




Example 4 8 


211 


1 . 3 


0 . 2 


Ethanol solution + 
ultrtsonic vave 




Example 49 


214 


0.6 


0.5 


Ethanol solution + 
ultrasonic wave 




Example 50 


226 


1.8 


1.1 


Ethanol solution + 
ultrasonic wave 




Example 51 


210 


1.3 


0.2 


Ethanol solution + 
ultrasonic wave 




Example 52 


253 


1.7 








Example 53 


247 


1.6 : 
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For comparison, the test device without the above 
catalyst-ceramic body was evaluated (Comparative 
Example 8), and a three way catalyst comprising a 
cordierite honeycomb structure with a coating of y- 
alumina in an amount of 150 g/1 on which 1/25 g/1 of Pt 
and 0.25 g/1 of Rh as well as 75 g/1 of a co-catalyst 
Ce0 2 Were supported (Comparative Example 9) was also 
evaluated. The results are also shown in Table 11. 

As seen in Table 11, the 50% cleaning temperature 
was high, 500°C, in the case of Comparative Example 8 in 
which no catalyst-ceramic body was used, and was lowered 
to 184°C in the case of the three way catalyst in 
Comparative Example 9. In contr ast^ in the cases of 
Examples of the present invention in which the amount of 
the supported catalyst component wcls as much as that of 
the three way catalyst, the 50% cleaning temperature was 
equivalent to or slightly higher than that of the three 
way catalyst, and was about a half of that of the case of 
non-catalyst-ceramic body. Thus, a high cleaning 
capability was attained in the Examples. 

Tne rc, c:, ;. . :.p between the cleaning capability a.:\c. 
the state of the supported catalyst component was 
examined as below: 

Cordierite materials, in which 10% by weight of the 
Si source was replaced by an oxide of an element having a 
valence different from Si, Ga 2 0 3 , was prepared, formed 
into a honeycomb shape, and fired in air at 13S0°C for 
2 hours. To the obtained honeycomb structure; catalyst 
components were supported by immersing in an ethanol 
solution of 0.07 raol/1 of chloroplatinic acid and 
0-05 raol/1 of rhodium chloride, while ultrasound was 
being applied, for 10 minutes, drying and firing in air 
at 800°C for 2 hours, to form a catalyst-ceramic body 
(Sample 1). A similar sample prepared without applying 
ultrasound was made as Sample 2. Sample 2 was heat ; 
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10 



20 



25 



30 



treated at 1000°C for 50 hours and the thus heat 
deteriorated sample was made as Sample 3. 

The Samples 1 to 3 were observed by TEM to examine 
the state of the supported catalyst metal particles. The 
TEM magnification was x200,000. The spacing between the 
catalyst metal particles was measured for 30 particles in 
one field of view and the measurement was conducted for 
5 fields of view to obtain an average spacing between the 
catalyst metal particles. The results are shown in 
Table 12. 

The 50% cleaning temperature of C 3 H 6 was also 
measured for Samples 1 to 3. They were 254°C, 336°C and 
460°C. 

Similarly, the same ceramic support as in Samoies 1 
to s was used and immersed in an aqueous solution of 
0.005 mol/1 of chloroplatinic acid and 0.003 mol/1 of 
rhodium chloride, dried and fired in air at 800°C for 
2 hours, to form a catalyst-ceramic body (Sample 4). 
Also, the same ceramic support was immersed in an aqueous 
solution of 0.0025 mol/1 of chloroplatinic acid and 
0.,;: mo:/:, of • r he c i.un chioiide, c;.-j.eh and iii ed m ai: 
at 800 °C for 2 hours, to form a catalyst-ceramic body 
(Sample 5). No ultrasound was applied for Samples 4 and 
5 during the supporting of the catalyst component. 

The Samples 4 and 5 were observed by TEM at the 
magnitude of x50,000. The spacing between the catalyst 
metal particles was measured in the same manner as for 
Samples 1 to 3 and the results are also shown in 
Table 12. 

Table 12 



Sample No. 


1 


2 


3 


4 


5 


50% cleaning temperature 
(°C) 


254 


336 


460 


472 


484 


Average spacing between 
catalyst metal particles 
— — (nm) 


23 


74 


108 " 


850 


1009 
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In Table 12, Sample 3, which was deteriorated by 
heating, had a 50% cleaning temperature of C 3 H 6 of 460°C 
and an average spacing between the catalyst metal 
particles of 108 nm, beyond 100 nm. As seen in Table 11, 
the 50% cleaning temperature of C 3 H 6 by a non-catalyst- 
ceramic body was 4 84°C and, therefore, Sample 3 is 
considered to have a cleaning capability. 

Sample 2 had a 50% cleaning temperature of C 3 H 6 of 
33 6°C and an average spacing betwe en the cata lyst metal 
^particles of 74 nm, while Sample 1 had a 50% cleaning 
temperature of C 3 H 6 of 254°C and an average spacing 
between the catalyst metal particles of 23 nm. it is 
seen that as in the average spacing between the catalyst 
metal particles decreased, the 50% cleaning temperature 
5 lowered . 

Sample 4, having an average spacing between the 
catalyst metal particles of less than 1000 nm, had a 50% 
cleaning temperature of C 3 H 6 of 472°C, lower than 484 °C 
of the non-catalyst-ceramic body, indicating that 
Sample 4 had a cleaning capabilitv. 



10 



20 



30 



! . o.v;.. :;o 



the catalyst metal particles of more than 1000 nm, had a 
50% cleaning temperature of 484 C C, equal to that of the 
non-catalyst-ceramic body, indicating that Sample 5 did 
25 not have a cleaning capability. 

Therefore, it can be seen that the average spacing 
between the catalyst metal particles should be nor more 
than 1000 nm, preferably not mo; • than 100 nm to have a 
cleaning capability. With a smaller average spacing 
between the catalyst metal particles, the cleaning 
capability is improved. When using ultrasound during the 
supporting step, the catalyst component can be more 
easily infiltrated in the fine pores of the ceramic 
_ .. -support and the average spacing between the catalyst — - - 
35 metal particles can be decreased. - • •- ■ ■ 



CLAIMS 

/ 1 J A ceramic support which comprises a crystal 
lattice having at least one of /oxygen vacancy and lattice ' 
'defects -therein, by which said ceramic support can 
support a catalyst component. 

2. The ceramic support according to claim 1, 
wherein said ceramic support has a shape of at least one 
of a honeycomb, a pellet and a powder. 

3. A ceramic support which has c racks by which 
said ceramic s uppor t can support a catalyst component. 

4. The ceramic support according to claim 4, 

wherein said cracks are present in at least one of the 
v ■ 

crystal and the amorphous phases. 

5. The ceramic support according to claim 2 f 
wherein said cracks have a width in c- range of 100 nm or 
less. 

6. The ceramic support according to claim 3, 
wherein said ceramic support has a shape of at least one 
of a honeycomb, a pellet and a powder, 

7 . A ceramic support capable of supporting a 

c r t a 1 v s t , c om o v ~ ^ p n c/ 5 c p r ? m ^ c H o d T - r h - v ~ ^ c ^ n c ^ r - ^~ e ■ 
v. : iih a diameter or width of up to ^0 00 tiroes Lhe ion 
diameter of a catalyst component to be supported on the 
surface of said ^era ^jix^body , the number of said fine 
pores being not less than 1 x 10 11 pores per liter. 

8. The ceramic support according to claim 7, 
wherein said ceramic body has five pores with a diameter 
or width of 1 to 1000 times the ion diameter of a 
catalyst component to be supported on the surface of said 
ceramic body. 

9. The ceramic support according to claim 7, 
wherein said number of said fine pores is not less than 
1 x 10 lfi pores per liter. 

10. The ceramic support, according to claim 7, 

wherein said fine pores are composed of at least ones of , 
oxygen vacancies and lattice defects in the crystal 
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lattice of said ceramic, fine cracks on the surface of 
said ceramic body, and vacancies of an element or 
elements constituting the ceramic. 

11. The ceramic support according to claim 7, 
wherein said ceramic mainly comprises cordi er ite, . 

12. The ceramic support according to claim 7, 
wherein said ceramic support is in the form of a 
honeycomb . 

13. The ceramic support according to claim 7 , 
wherein said ceramic support has a compressive strength 
in the direction of the flow channel of not less than 

1 MPa and a thermal expansio n r?ofif f icient in the 
direction of the flow channel of not higher than 
1.0 x KT 6 /°C. 

14. The ceramic support according to claim 13, 
wherein said ceramic support has a compressive strength 
in the. direction of the flow, channel of not less than 
10 MPa. 

15. The ceramic support according to claim 7, 
wherein said cerami c sup port has the fine pores in a 

16. The ceramic support according to claim 7 , 
wherein said dxameter or width of sard fine pores is in 
range of 0.1 to 100 nm. 

17. The ceramic suppor t, according to claim 7, 
wherein said fine pores have a depth of not smaller than 
a half of the ion diameter of a catalyst component to be 
supported on the surface of said ceramic body. 

IE. The ceramic support according to claim 11, 
wherein said ceramic has a content of oxygen in an amoun 
of less than 47% by weight or more than 48% by weight. 

19. The ceramic support according to claim 11, 
wherein said ceramic co mp 1 " 1 ' goc ; ^^rdiVri fe. OXltnl ^ and 
the lattice constant of b 0 axis of the cordierite 
crystals is larger than 16.99 or smaller than 16.99;. 

20. The ceramic support according to claim 11, 
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wherein said ceramic includes cordierite crystals having 
one or more of at least one of oxygen vacancy and lattice 
defect in the unit lattice of cordierite crystal in an 
amount of not less than 4 x 10" 8 % of said ceramic. 
5 21. The ceramic support according to claim 20, 

wherein said ceramic includes said cordierite crystals 
having one or more of at least one of oxygen vacancy and 
lattice defect in the unit lattice of cordierite crystal 
in an amount of not less than 4 x 10" 5 % of said ceramic. 
10 22 • The ceramic support according to claim 7, 

wherein said ceramic comprises cordierite crystals which 
comprise not less than 4 x 10" 8 of at least one of oxygen 

vacancy and lattice defect per unit lattice of cordierite 
crystal . 

1 -* ~ -° • The ceramic support according to claim 22, 

wherein said ceramic comprises cordierite crystals which 

comprise not less than 4 x 10" 7 of at least one of oxygen 

vacancy and j-attice dee per unit lattice of cordierite 
crystal. 

2 0 24. £ ceramic support^ capable cf support lr;r e 

c t ;. ... ; s z c c : . . p oner.t, co;uprisii ; g a honcycoi.-.b 5: Tru c -.. j re 
mainly comprised of a cordierite composition and having 
oxygen vacancies in cordierite crystals, said honeycomb 
structure having a content of oxygen in an amount of less 

25 than 47% by weight. 

25. The ceramic support according to claim 24, 
wherein raid oxygen vacancies are formed by firing in a 
reduced pressure atmosphere, a reducing atmosphere, or a 
low oxygen concentration atmosphere. 

30 26 - Th e ceramic support according to claim 25, 
wherein said firing atmosphere is a reduced pressure 
atmosphere at a pressure of not higher than 4000 Pa, a 
reducing atmosphere, or a low oxygen concentration 
atmosphere with a oxygen concentration in a range of not - 

35 . ; , J-. ess t han t J % and up to less than 3%. 

27 • Tnc ceramic support according to claim 24 , 
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wherein said oxygen vacancies are formed by replacing at 
least some of Si, Al and Mg elements constituting the 
cordierite by an element having a valency smaller than 
that of the replaced element, 
5 28. The ceramic support according to claim 24, 

wherein said cordierite crystals have a lattice constant 
of b 0 axis of smaller than 16.99. 

29. A ceramic support capable of supporting a 
catalyst component, comprising a honeycomb structure 

10 mainly comprised of a ^cordierite c omposition and having 

lattice defects in cordierite crystals, said honeycomb 
structure having a content of oxygen in an amount of more 
than 48% by weight. 

30. The ceramic support according to claim 29, 

15 wherein said lattice de fects are formed by replacing at 

least some of Si, Al and Mg elements constituting the 
cordierite by an element having a valency greater than 
that of the replaced element, 

31. The ceramic support according to claim 29, 

20 wherein said cordierite crystals have a lattice constant 
of the b c . axis of larqer than If. 9 9 or smaller than 
1 C- . 9 9 . 

32. « A ceramic support capable of supporting a 
catalyst component, comprising a honeycomb structure 

25 mainly comprised of a cordierite composition and having a 
multiple number of fine cracks^ in at least one of the 
amorphous and the crystal phases thereof. 

33. The cercmic support according to claim 32, 
wherein said ceramic support contains an alkali ;;;c;.cJ. and 

30 an alkaline earth metal in a total amount of not less 

than 0.05% by weight. 

34. The ceramic support according to claim 32, 
wherein said fine cracks have a width of not more than 
100 nm and said fine cracks are formed by thermal shock 

35 or shock waves. ' 

35. A. ceramic support capable: of supporting a\ '~ v 
catalyst component, comprising a honeycomb structure 



mainly comprised of a cordierite composition and having 
at least ones of oxygen vacancies and lattice defects as 
well as having a multiple number of fine cracks in at 
least one of the amorphous and the crystal phases 
thereof . 

36. The ceramic support according to claim 32 or 
35, wherein said honeycomb structure includes said oxygen 
vacancies, lattice defects and fine cracks in a total 
number amount of at least 1 x 10 16 per liter. 

37. A ceramic support capable of supporting a 
catalyst component, comprising a honey con^stru gturg 
mainly comprised of a cordierite composition, said 
honeycomb structure having an oxygen content of less than 
41% by weight or more than 48% by weight and a multiple 
number of fine cracks in at least one of the amorphous 
and the crystal phases thereof. 

38 • A c^ amjc__sup port capable of supporting a 
catalyst component, comprising a honeycomb structure 
mainly comprised of a cordierite composition, a lattice 
constant of b 0 axis of the cordierite crystals of said 
h o n c ;■ T c o ; : b r ; \:<--- tu r c- b . i r j i ; . - ; ;• - - * f. . c c r . - , - -. i - .,, . 
than 16.35, sard honeycomb structure having a multiple 
number of fine cracks in at least one of the amorphous 
and the crystal phases thereof. 

39. A process for producing a ceramic support 
capable of supporting a catalyst component, comprising 
the step of : 

preparing cordierite materials comprising 
an Si source, an Al source and a Hg source as well as a 
binder , 

forming said cordierite materials into a 
honeycomb shape, 

heating said honeycomb shape to remove 
said binder and then 

firing said honeycomb shape in a reduced 
pressure or reducing atmosphere to form a honeycomb * * 
structure mainly comprised of a cordierite composition. 



40. The process according to claim 39, wherein said 
firing atmosphere is a reduced pressure atmosphere at a 
pressure of not higher than 4 000 Pa, or a reducing 
atmosphere . 

41. A process for ^produci ng a ceram i c support 
capab le __of supporting a catalyst component, comprising 

the step of: 

preparing cordierite materials comprising 
an Si source, an Al source and a Mg source as well as a 
binder, at least some of said si, Al and Mg sources being 
used from compounds which do not comprise oxygen, 

forming said cordierite materials into a 
honeycomb shape, 

heating said honeycomb shape to remove 
said binder and then 

firing said honeycomb shape in a low 
oxygen concentration atmosphere with a oxygen 
concentration in a range of not less than 0% to less than 
3% to form a honeycomb structure mainly comprised of a 
cordierite composition, 

;• p::ocer^ for rrcrvci r -- ■ c-- "5. c ; • :: - ? r- ■ ■■ 
capable of supporting a catalyst component, comprising 
the step of: 

preparing cordierite materials comprising 
an Si source, an Al source and a Mg source as well as a 
binder, some of s j-_id Si,_ Al and Mo sn ^ces be ing __replac ed 
by compounds comprising an element havin g a valency 
^i^^ thc^n_that^oX_t h^ replaced _S_i , ^l~~ox Ha~ ^ 

forming said cordierite materials into a 
honeycomb shape, 

heating said honeycomb shape to remove 
said binder and then 

firing said honeycomb shape in a reduced 
pressure atmosphere, a reducing atmosphere, an oxygen- 
containing atmosphere or an oxygen-free atmosphere to 
form, a honeycomb structure mainly comprised of -a 
cordierite composition. 
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43. The process according to claim 42, wherein said 
firing atmosphere is a reduced pressure atmosphere at a 
pressure of not higher than 4000 Pa, a reducing 
atmosphere, an oxygen-containing atmosphere or an oxygen- 

5 free atmosphere. 

44, A process for producing a ceramic support 
capable of supporting a catalyst component, comprising 
the step of: 

preparing cordierite materials comprising 
10 an Si source, an Al source and a Mg source as well as a 

binder, some of said Si, Al and Mg sources being replaced 
by compounds comprising an element having a valency 
larger than that of the replaced Si, Al or Mg, 

forming said cordierite materials into a 
15 honeycomb shape, and 

firing said honeycomb shape in air to form 
a honeycomb structure mainly comprised of a cordierite 
composition. 

45, A process for producing a ceramic support 

2 0 capable of supporting a catalyst component, comprising 
the step of : 

P r c \: c- r i :\ c c c r c ier i t e w :.\. i a 1 < • . o: . / . i s i . ■ . c 
an Si source, an Al source and a Mg source as well as a 
binder , 

25 forming said cordierite materials into a 

honeycomb shape, 

firing said honeycomb shape, to form a 

honeycomb structure mainly comprised of a cordierite 

composition, and 
30 heating said honeycomb structure to a 

predetermined temperature followed by rapid cooling said 

honeycomb shape from said predetermined temperature. 

46. A process for producing a ceramic support 
capable of supporting a catalyst component, comprising 

35 - the step of : - - - - - - . 

preparing cordierite materials comprising 
an Si source, an Al source and a Mg source as well as a ■ 
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binder, 

forming said cordierite materials into a 
honeycomb shape, 

firing said honeycomb shape, and 
rapidly cooling said fired honeycomb shape 
from a predetermined temperature during cooling from the 
temperature used in said firing to form a honeycomb 

StrUCtUre ^±1-^^ 

47. The process according to claim 39, 41, 42, 44 
45 or 46, wherein said obtained fired honeycomb structure 
is further heated to a predetermined temperature and then 
rapidly cooled from said predetermined temperature. 

48. The process according to claim 39, 41, 42, 44 
45 or 46, wherein said obtained fired honeycomb structure 
is further rapidly cooled from a predetermined 
temperature during cooling from the temperature used in 
said firing. 

49. The process according to claim 45 or 46, 
wherein a temperature difference between said 
predetermined temperature and a temperature after said 
rapid coo]:.— is rot r •••• •• ;> • • •. c < - _ 

50. The process according to claim 39, 41, 42, 44, 
45 or 46, wherein said obtained fired honeycomb structure 
is further subjected to a shock wave. 

51. The process according to claim 50, wherein said 
^£jjJiay^J ^p rovided by u i trasound Qr vibration . 

52. The process according to claim 39, 41, 42, 44, 
45 or 46, wherein a compound of an alkali metal 'element ' 
or alkaline earth metal element is added to said 
cordierite materials. 

53. a process for producing a ceramic support 
capable of supporting a catalyst component, comprising 
the step of: 

preparing cordierite materials comprising 
an Si source/ an Al source and a Mg source as well as a 
binder, - ' :'..",;*" :. ' " 

forming said cordierite materials into a 



honeycomb shape, 

firing said honeycomb shape to form a 
honeycomb structure mainly comprised of a cordierite 
composition, and 

immersing said honeycomb structure in a 
high temperature and high pressure water,, a super 
critical fluid or an alkali solution. 

54. A process for producing a ceramic support 
capable of supporting a catalyst component, comprising 
the step of: 

preparing cordierite materials comprising 
an Si source, an Al source and a Mg source as well as a 
binder, 

forming said cordierite materials into a 
honeycomb shape, 

firing said honeycomb shape to form a 
honeycomb structure mainly comprised of a cordierite 
composition, and 

dry etching or sputter etching said 
honeycomb structure. 

55. A ceramic support capable of supporting; a 
Cc.~uc.iy st component , comprising a honeycomb structure t . nd 
comprising a substance having an oxygen storage capacity 

56. The ceramic support according to claim 55, 
wherein said ceramic support comprises Ce0 2 as said 
substance having an oxygen storage capacity in an amount 
of not less than 0,01% by weight. 

57. The ceramic support according to claim 55, 
wherein said honeycomb structure is mainly comprised of: 
cordierite composition. 

58. A ceramic support capable of supporting a 
catalyst component, comprising a honeycomb structure 
mainly comprised of a cordierite composition, in which 
some of at least one of Si, Al and Mg elements 
constituting cordierite is replaced by Ce. 

59. "The ceramic support according to claim 7 , 32 , 
3 5 , 3 7 or 38 , wherein a co-catalyst having an oxygen 
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storage capacity is supported by said ceramic support 
without a coating layer being formed on the surface of 
said ceramic support., to provide an oxygen storage 
capacity . 

60. The ceramic support according to claim 7, 32, 
35, 37 or 38, wherein a precursor to a co-catalyst having 
an oxygen storage capacity is provided to said ceramic 
support without a coating layer being formed on the 
surface of said ceramic support, and said ceramic support 
with said precursor is then heated to provide an oxygen 
storage capacity to said ceramic support. 

61. The ceramic support according to claim 55 or 
58, wherein said cordierite includes at least ones of 
oxygen vacancies and lattice defects in the cordierite 

15 crystal lattice. 

%T~- The ceramic support according to claim 55 or 

58, wherein said ceramic support has a multiple number of 

fine cracks in at least one of the amorphous and the 

crystal phases thereof. 
20 63 * The ceramic support according to claim 55 or 

58, wherein said fine cracks have a width of not more 

li": an 100 nju. 

64. A process for producing a ceramic support 
capable of supporting a catalyst component, comprising 
25 the step of: 

preparing cordierite materials comprising 
an Si source, an Al source and a Mg source as well as a 
binder, some of sai d Si, Al and Mg R nnrr£& ^ ng replaced , 
_by a rp- n pntainino compound, 

30 - forming said cordierite materials into a. 

honeycomb shape, 

heating said honeycomb shape to remove 
said binder, and - — : — - — -~ 

firing said honeycomb shape in a reduced 

35 pressure atmosphere at a pressure of not higher than 

. . A 0 00 Pa r -;a reducing atmosphere , an oxygen-cbntainihg : ; 
— - : atmosphere or an oxygen- free atmosphere to form a 
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honeycomb structure mainly comprised of a cordierite 
composition . 

65. The process according to claim 64, wherein said 
obtained fired honeycomb structure is further heated to a 
predetermined temperature and then rapidly cooled from 
said predetermined temperature. 

66. The process according to claim 64, wherein said 
obtained fired honeycomb structure is further rapidly 
cooled from a predetermined temperature during cooling 
after said firing. 

67. The process according to claim 65, wherein a 
temperature difference between said predetermined 
temperature and a temperature after said rapid cooling is 
not more than 900°C. 

15 68 * The Process according to claim 64, wherein said 

obtained fired honeycomb structure is further subjected 
to a shock wave. 

69. The process according to claim 68, wherein said 
^ilQCJi_way£-j.s provided by ultras ound or vibrat ion. 
20 70 • The ceramic support according to claim 39, 

'■•herein a co-cr t aly c t having er ; c - v , : • • :rt • ., 
~ £ su PPortec by said ceramic support without a coating 
layer being formed on the surface of said ceramic 
support, to provide an oxygen storage capacity. 
25 71 • The ceramic support according to claim 39, 

wherein a precursor to a co-catalyst having, an oxygen 
storage capacity is provided to said ceramic support 
without a coating layer being formed on the surface of 
said ceramic support, and said ceramic supporr. with said 
precursor then being heated to provide an oxygen storage 
capacity to said ceramic support. 

72. a catalyst-ceramic body, comprising a catalyst 
component supported by said ceramic support as set forth 
in any one of claims 1 to 38 and 55 to 63. 

73 "• ~~ K catalyst-ceramic body comprising a rataiyct 
component(^r^ctl£>upported on a -ceramic support without - 
a coating layer on the surface thereof. IT 
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74. The catalyst-ceramic body according to 

claim 73, wherein said catalyst-ceramic body comprises a 
catalyst component in an amount as the metal element of 
not less than 0.01% by weight, an average distance 
between particles of said catalyst component on the 
surface of said ceramic support being in a range of 0.1 
to 1000 nm. 

75. The catalyst-ceramic body according to claim 73 
or 74, wherein said average distance between particles of 
said crystal component is in a range of 0.1 to 100 nm. 

76. The catalyst-ceramic body according to 

claim 73, wherein said catalyst component is at least one 
of metals having a catalyst activity and metal oxides 
having a catalyst activity. 

77. The catalyst-ceramic body according to 

claim 76, wherein said metals having a catalyst activity 
are noble metals and said metal oxides having a catalyst 
activity are oxides containing at least one metal 
selected from the group of V, Nb, Ta, Cr, Mo, w, Mn, Fe , 
Co, Ni, Cu, Zn, Ga, Sn and Pb. 

78. The catalyst-ceramic body according tc 
c.:.£im 12, \ ;;>...•. rt ; n scid cer ; : j.e supper-. . a uultipjo 
number of fine pores with a diameter or width of 0.1 to 
100 nm on the surface thereof. 

79. The catalyst-ceramic body according to any one 
of claims 73 to 78, wherein said cer amic support i s the 
ceramic support as set forth in any one of claims 7 to 38 
and 55 to 63. 

80. A catalyst-ceramic body comprising a ceramic 
support comprising a honeycomb structure mainly comprised 
of a ^ordierJ 1 t^_c^m^.ositjna T --some of at least one of Si, 
Al and Mg elements constitutinq£]i*-<xirdierite being 
replaced by a metal having a^c atalyst ^tivitv. 

81. The catalyst-ceramic~l5ocfy according to 
claim 80, wherein said catalyst-ceramic body contains a 
rn .l tal . J} avin 9 a catalyst activity i n an amount of not : le s s _ 
than 0~. 01% by weight thereof. ■ '" "~ : 
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82. The catalyst-ceramic body according to 
claim 80, wherein said catalyst-ceramic body contains a 
metal having a catalyst activity in an amount of not less 
than 0.01% by weight thereof and Ce0 2 in an amount of not 

5 less than 0.01% by weight thereof. 

83. The catalyst-ceramic body according to 
claim 80, wherein said metal having a catalyst activity 
is at least one of noble metals, V, Nb, Ta, Cr, Mo, w, 
Mn, Fe, Co, Ni, cu, Zn, Ga, Sn and Pb. 

10 84 • The catalyst-ceramic body according to 

claim 80, wherein said honeycomb structure has at least 
ones of oxygen vacancies and lattice def aces in the 
cordierite crystal lattice, on which a catalyst component 
is supported. 

15 85 • The catalyst-ceramic body according to 

claim 80, wherein said honeycomb structure has a multiple 
number of fine cracks in at least one of the amorphous 
and the crystal phases thereof, on which a catalyst 
component is supported. 

86. The catalyst-ceramic body according to 
claim 85, wherein said fine cracks have widths of not 
:.,ore than 100 n;a. 

87. A process for producing a catalyst-ceramic 
body, comprising the step of: 

preparing cordi erite materials comprising 
an Si source, an Al source and a Mg source as well as a 
binder, some of said Si, Al and Mg sources being replaced 
by a noble metal-containing compound, 

forming said cordierite materi al s _jjTtn_a 
3 0 ^h oney comb _sha_pfi_^_. 

heating said honeycomb shape to remove 
said binder, and 

firing said honeycomb shape in a reduced 
pressure atmosphere at a pressure of not higher than 
4 000 -Pa, a reducing atmosphere,- an oxygen-containing - 
..-Atmosphere., or ..an oxygen-free atmosphere to form, a . 
catalyst-ceramic body comprising a ceramic support of a 
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honeycomb structure mainly comprised of a cordierite 
composition. ' — - 

88. A process for producing a catalyst-ceramic 
body, comprising the step of: 

preparing cordierite materials comprising 
an Si source, an Al source and a Mg source as well as a 
binder, some of said Si, Al and Mg sources being replaced 
by a noble metal-containing compound and a Ce-containing 
compound , 

forming said cordierite materials into a 
honeycomb shape, 

heating said honeycomb shape to remove 
said binder, and 

fi£ing_s aid honeycomb shape in a reduced 

pres^ure_atimo^^ pressure of not higher than ^ 

40001^7^ reducing-a.tmosphere f an oxygen-containing 
atmosphere or an oxygen-free atmosphere to form a 
catalyst-ceramic body comprising a ceramic support of a 
honeycomb structure mainly comprised of a cordierite 
2 0 composition. 

89. The process according to claim 87, wherein said 
honeycomb structure: is further heated to c 
predetermined temperature and then rapidly cooled from 
said predetermined temperature. 
25 90 * The Process according to claim 87, wherein said 

obtained fired honeycomb structure is further rapidly 
cooled from a predetermined temperature during cooling 
from the temperature used in said firing. 

91. The process according to claim 89, wherein a 
30 temperature difference between said predetermined 

temperature and the temperature after said rapid cooling 
is not more than 900°C, 

92. The process according to claim 87, wherein said 
obtained fired honeycomb structure is further subjected 

-35—.. to a shock wave. — — - - - - 

shock wave is provided by ultrasound or vibration: """ ~ 
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94. A process for producing the catalyst-ceramic 
body as set forth in claim 72, comprising depositing a 
catalyst component and/or a precursor of a catalyst 
component on said ceramic support by a CVD or PVD method. 

95. A process for producing the catalyst-ceramic 
body as set forth in claim 72, comprising depositing a 
catalyst component and/or a precursor of a catalyst 
component on said ceramic support by means of a super 
critical fluid. 

96. A process for producing the catalyst-ceramic 
body as set forth in claim 72 , comprising depositing a 
catalyst component and/or a precursor of a catalyst 
component on said ceramic support by means of a solvent 
having a surface tension smaller than water. 

97. A process for producing the catalyst-ceramic 
body as set forth in claim 72, comprising depositing a 
catalyst component and/or a precursor of a catalyst 
component on said ceramic support by means of a solvent 
having a surface tension smaller than water while 
applying vibration or performing vacuum defoaming. 

98. A process for producing the catalyst-ceramic 
1;: ° c y — se t for-a in ci^irn 72, co- pi ;'. s o depo^itinc ; 
precursor of a catalyst component on said ceramic support 
followed by a heat treatment. 

99. A process for producing the catalyst-ceramic 
body as set forth in claim 72, comprising _depos it ing_a 

^catalyst component a plu rality of times using the same or 
diff erent compositions. ^ 

100. The ceramic support according to any one of 
claims 11 to 38 and 57 to 63, wherein said cordierite has 
a theoretical composition expressed by 2MgO 2Al 2 0 3 -5SiO^. 

101. The process for producing a ceramic support 
according to any one of claims 39 to 54 and 64 to 71, 
wherein said cordierite has a theoretical composition 
expressed by 2MgO • 2A1 2 0 3 - 5Si0 2 . 

..„.^ w -..,lPAr. ^ ^l^cat^yst-ceramic b ody according to any one 
~of- claims, 80~-to 86, whereXr^-salc^ 
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theoretical composition expressed by 2MgO • 2Al 2 0 3 - 5Si0 2 . 

103. The process for producing a catalyst-ceramic 
body according to any one of claims 89 to 99, wherein 
said cordierite has a theoretical composition expressed 
by 2MgO-2Al 2 0 3 - 5Si0 2 . 
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A CERAMIC SUPPORT CAPABLE OF SUPPORTING A CATALYST , 
A CATALYST -CERAMIC BODY AND PROCESSES FOR PRODUCING SAM P 



5 



ABSTRACT OF THE INVENTION 



A ceramic support capable of supporting a catalyst, 
comprising a ceramic body having fine pores with a 
diameter or width of up to 1000 times the ion diameter of 
a catalyst component to be supported on the surface of 
said ceramic body, the number of said fine pores being 
not less than 1 x 10 11 pores per liter, is produced by 
introducing oxygen vacancies or lattice defects in the 
cordierite crystal lattice or by applying a thermal shock 
to form fine cracks. 



